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EP0842 208 B1 

Description 

[0001] This invention relates to novel 2,7-clihalofluorenes which are substituted at the 9-position and methods for 
the preparation of such 9-substituted 2,7-dlhalofluorenes, This invention also relates to 2,7-aryl-9-substitutedfluorenes 

s and 9-substituted fluorene oligomers and polymers prepared therefrom. The invention further relates to processes for 
the preparation of such fluorenes, oligomers and polymers. The invention also relates to films and coatings prepared 
from such fluorenes, oligomers and polymers and processes for preparing such films and coatings. 
[0002] Polymers and oligomers of fluorenes substituted by alkyi groups at the 9-carbon position have been reported 
by Fukuda et al.. Japanese Journal of Applied Physics. Vol. 28, pp. 11433-11435 (1989). Such polymers are disclosed 

10 as useful as luminescing materials in the preparation of light-emitting diodes. These polymers were prepared by the 
Kovacic procedure wherein the appropriate fluorene monomers were treated for several days with a large excess of 
oxidizing metal salts such as ferric chloride. The structures are represented as poly(fluorene-2,7'-diyls). In a later article. 
Fukuda discloses that the procedure used resulted in significant crosslinking and mislinking reactions during the po- 
lymerization. See Fukuda et al. . Journal of Polymer Science. Polymer Chemistry Edition, Vol. 31, pp. 2465-2471 (1993). 

IS Brown et al. , Journal of Polymer Science, Polymer Chemistry Edition, Vol. 24, pp. 255-267 (1 989) disclose the presence 
of substantial chemical defects under the reaction conditions of the Kovacic procedure, in particular, a significant 
number of potynuclear structures result. In addition, the oxidative polymerization is not regiospecific and the coupling 
of fluorenes through other positions, such as the 3,5'- and 3,6'-positions, frequently occurs. In addition, it is possible 
that branching may occur as a result of attachment of more than two other fluorene molecules to a given fluorene 

20 molecule, thereby creating trifunctional materials which could crosslink during the preparation process. The presence 
of such by-products can result in low molecular weight oligomers and polymers with low degrees of polymerization. 
Further, such materials demonstrate a high polydisperstty and low glass transition temperatures. Such problems result 
in poor film formation properties and poor properties in any films prepared in that such films may demonstrate unac- 
ceptable mechanical properties and low heat resistance. Furthermore, the oxidative coupling process is very slow. 

2S [0003] In one aspect, the invention relates to novel 2,7-dihalofluorenes having substltuents in the 9-positlon. In one 
embodiment, the fluorene is substituted at the 9-posltlon by two moieties selected from C^.2o hydrocarby I moieties and 
^1-20 hydrocarbyl moieties which contain one or more heteroatoms selected from S, N, O. P and Si. In another em- 
bodiment, the fluorene is substituted at the 9-position by a 05,20 ""9 structure, a C4.20 ring structure containing one 
or more heteroatoms selected from S, N and 0, a hydrocarbytkJene moiety or a hydrocarbylidene nrnsiety which may 

30 be further substituted. In the embodiment where the 9-position is substituted with a hydrocarbylidene moiety, the carbon 
of the hydrocarbylidene moiety connected to the carbon at the 9-posltlon Is doubly bonded to such carbon. 
[0004] In a second aspect, this invention relates to 2.7-fluorenyt oligomers and polymers of the above-described 
compounds, as well as certain crosslinked derivatives thereof. 

[0005] In another embodiment, the invention relates to 9-substituted fluorene polymers which are terminated at the 
35 terminal 2- and 7'-positions with a hydrogen or halogen wherein the polymers have weight average molecular weights 
of 10,000 or greater-and polydispersities of 3.0 or less. 

[0006] The polymers and oligomers of the Invention do not contain a significant amount of misformed polynuclear 
structures or bonding through positions other than the 2- and 7'-positions. The fluorene polynuclear rings can further 
be substituted at the 3-, 4-, 5- or 6-positions with substltuents which do not adversely affect the properties of the 2,7-aryl- 
40 9-substituted fluorenes or 9-substituted fluorene oligomers and polymers or subsequent processing of such nrtaterlals 
for their Intended uses. 

[0007] Another embodiment of the invention involves a process for the preparation of 2.7-aryl-9-substltuted fluorisnes 
and 9-substituted fluorene oligomers and polymers. The process comprises contacting one or more 2,7-dlhalo-9-sub- 
stituted fluorenes with a haloaromatic compound or haloaromatic compounds, the aromatic group preferably being 
further substituted with a reactive group capable of crosslinking or chain extension or a trialkylsibxy nx)iety, in the 
presence of a catalytic amount of a divalent nickel salt, at least a stoichiometric amount of zinc powder and a trihydro- 
carbylphosphlne In a polar solvent and an optional co-solvent comprising an aromatic hydrocarbon or ether, under 
conditions such that a 2,7-aryl-9-substltuted fluorene or a 9-substltuted fluorene oligomer or polymer is prepared. Suit- 
ably, the divalent nickel salt is present in an amount of from 0.01 to 20 mole percent based on the amount of haloaromatic 
so compound and 2,7-dihalofluorene, zinc powder is present in an amount of 1 00 mole percent to 300 mole percent based 
on the haloaromatic compound and 2,7-dihalofluorene, triarylphosphine is present In an amount of from 10 to 50 mole 
percent based on the haloaromatic compound and 2.7-dihalofluorene and a compound capable of accelerating the 
reaction is present in an amount from 1 00 to 1 50 mole percent based on the divalent salt. 

[0008] The 9-substituted fluorene oligomers and polymers terminated at the terminal 2- and 7'-positions with hydro- 
ps gen or a halogen are prepared by the process described above in the absence of a haloaromatic compound. 

[0009] In another embodiment, the Invention comprises films or coatings comprising 2,7-aryl-9-substltuted fluorenes 
or 9-substituted fluorene oligomers or polymers. Such films may be prepared by applying a composition comprising 
the 2,7-aryl-9-substituted fluorenes or 9-substituted fluorene oligomers or polymers to a substrate and exposing the 
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applied composition to conditions such that a film is prepared. 

[0010] Further, the 2,7-aryl-9-substituted fluorenes or 9-substituted fluorene oligomers or polymers may be B-staged. 
partially crosslinked or chain extended, to prepare a composition which may be used to prepare coatings or films as 
described hereinbefore. 

[0011] The 2,7-aryl-9-substituted fluorenes or 9-substituted fluorene oligomers or polymers demonstrate fluores- 
cence, high glass transition temperatures or liquid-crystalline properties and facilitate the preparation of films which 
have high heat resistance and solvent resistance. The 9-substituted fluorene oligomers and polymers demonstrate 
low polydispersities. Polymers based on 2,7-aryl-9-substituted fluorenes and 9-substituted fluorene oligomers and 
polymers which have high molecular weights can be prepared if desired. The 2,7-aryI-9-substituted fluorenes or 9-sub- 
stituted fluorene oligomers or polymers may be used to prepare films or coatings which may be used in polymeric light- 
emitting diodes, preferably as the emitting layer. Additionally, such films or coatings may be used as protective layers 
in electronic devices or as fluorescent coatings in a wide variety of uses. 

[001 2] The 2,7-dihalo-9-disubstituted fluorenes are described by Formula I and the 2,7-dihalo-9-hydrocarby lidenylf lu- 
orenes are described by Formula II, 



20 




wherein , R2, R3, X, and a are as defined below. 
[0013] In one preferred embodiment, the 2,7-dihalo-9-hydrocarbylidenylfluorene is a 2, 7-dihalo-9-ben2y lidenylf lu- 
orene which corresponds to Formula III, 



30 



3S 




(III) 



wherein R2, R3 r4^ x, a and b are as defined below. 
[0014] The compounds of this invention are generally solid, crystalline materials. Generally, the compounds have a 
melting point in the range of 0*C to 300'*C. 

[0015] Hydrocarbylidene, as used herein, shall mean a hydrocarbyl moiety bound by a double bond to the 9-position 
of the fluorene ring. 

[0016] In a preferred embodiment, the 2,7-aryl-9-substituted fluorenes and 9-substituted fluorene oligomers or pol- 
ymers correspond to Formula IV, 
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Wherein E, . R2. R3, X. a. m and n are as defined below and substantially all of the monomer units are connected 
to end moieties or other monomer units through the 2- and 7-carbon atoms. 

[0017] E is halogen, hydrogen or an aryl moiety which may optionally be substituted with a reactive group capable 
IS of undergoing chain extension or crosslinking, or a trialkylsiloxy group. As used herein, a reactive group capable of 
undergoing chain extension or crosslinking refers to any group which is capable of reacting with another of the same 
group or another group so as to form a link to prepare oligomers or polymers. Preferably, such reactive group is a 
hydroxy, cyanato, glycidyl ether, acrylate ester, methacrylate ester, ethenyl, ethynyl, maleimide, nadimide, trifluorovinyl 
ether moiety or a benzocyclobutene moiety. E is preferably halogen, aryl or aryl substituted with a reactive group 
20 capable of undergoing chain extension or crosslinking or a trialkylsiloxy moiety E is even more preferably aryl or aryl 
substituted with a reactive group capable of undergoing chain extension or crosslinking or a trialkylsiloxy. E is most 
preferably a phenolic, a cyanato-substituted phenyl or a benzocyclobutene moiety. 

[0018] R"" is independently in each occurrence C^,20 hydrocarbyl; 0^.20 hydrocarbyl containing one or more heter- 
oatoms selected from S, N, O, P and Si; C4.1 g hydrocarbyl carbonyloxy, or (Cg^^e aryl)triaIkylsiloxy, or both of R1 together 

2S with the 9-carbon on the fluorene may form a C5.20 ring structure or a C4.20 ring structure containing one or more 
heteroatoms selected from S. N, and O. Preferably, is C^.^g ^Ikyl. 0&.^o a^y' or alkyl-substituted aryl, C4.16 hydro- 
carbylcarbonyloxy or (09.^6 aryt)trialkylsiloxy moiety In the embodiment where the two R"* form a ring structure with 
the 9-carbon atom of the fluorene ring, the ring structure formed is preferably a Cs.20 straight- or branched-ring structure 
or a C4.20 straight- or branched-chain ring structure containing one or more heteroatoms selected from S, N and O; 

30 even more preferably a C^^q aliphatic ring or a C4.10 aliphatic ring containing one or more of S or O; and most preferably 
a C5.10 cycloalkyl or C4.10 cycloalkyi containing oxygen. 

[0019] R2 is independently in each occurrence a C1.20 hydrocarbyl, C1.20 hydrocarbyloxy, 0^.20 thioether, hy- 
drocarbyloxycarbonyl, C1.20 hydrocarbylcarbonyloxy, cyano. thiocyano, 05.12 thioaryl, ^1-20 a'kylthlo or hydroxy. R2 is 
preferably C1.12 alkyi, Cg.io aryl or a Iky I -substituted aryl, Cg.io aiY^oxy or alkyl-substitutedaryloxy. C1.12 alkoxycarbonyl. 
35 C6.10 aryloxycarbonyl or alkyl-substituted aryloxycarbonyl. 0^.12 alkoxy, alkylcarbonyloxy, Cg-io arylcarbonyloxy 
or alkyl-substituted arylcarbonyloxy, cyano. thiocyano, C6.i^thk>aryl, C1.20 alkylthio or hydroxy. Even more preferably, 
R2 is alkoxy. phenoxy. Ci^alkyl. phenyl or cyano. 

[0020] R3 is independently In each occurrence C1.20 hydrocarbyl or hydrocarbyl substituted with di(CT .go alkyI) 
amino, C1.20 hydrocarbyloxy, 0^.20 hydrocarbyl or tri(C,.io alkyl)siloxy. R^ is preferably a C^.^o straight- or branched- 

40 chain aliphatic, a C-,.20 straight- or branched-chain aliphatic containing one or nrK>re cycloaliphatic rings, C^20 aryl or 
C7.20 alkyl-substituted aryl moiety, optionally substituted with a 6\{C^.20 alkyl)amino, hydrocarbyl. \r\(C^.^Q alkyl) 
siloxy or C^.go hydrocarbyloxy moiety R^ is more preferably a 03.^0 aliphatic, a C3.10 aliphatic containing one or more 
cycloaliphatic moieties, phenyl or phenyl substituted with di(Ci.i2 alkyl)amino, C^.^q alkoxy. Ce.10 aryloxy or alkyl- 
substituted aryloxy. Ci.^o alkyl or C^.^q aryl or alkyl-substituted aryl or tri (0^.4 alkyl)siloxy. Even more preferably, R^ 

4S is phenyl or phenyl substituted with di{Ci.e alkyl)amino, C^io alkoxy or C1.10 alkyl. 

[0021] m and n are 0 or non-negative numbers and n+m >1. It is preferred that n+m ^ 10. and further that m Is 
independently in each occurrence a number of from 1 to 100. n is independently in each occurrence a number of from 
0 to 100.. 

[0022] X is halogen, preferably chlorine or bromine; but most preferably bromine. 
so [0023] a is independently in each occurrence 0 or 1 . 

[0024] In a preferred embodiment, the 2,7-aryl-9-substituted fluorenes and 9-substituted fluorene oligomers or pol- 
ymers correspond to Formula V. 
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wherein: 

E, R^' R2, a, m and n are as defined hereinbefore; 

R> is independently in each occurrence di{C^.2o alkyl)amino. hydrocarbyloxy, tri(Ci.io alkyl)siloxy or C^.g© 
hydrocarbyl; and 

b is independently In each occurrence a number of from 0 to 3. preferably no greater than 2, and most preferably 

no greater than 1. 

[0025] R4 is preferably 6\(0^.^2 alkyl)amino, Q^.yo alkoxy, Cg-io aryloxy or alkyl-substituted aryloxy, tri(Ci.4 alkyi) 
siloxy, alkyI, or Cg.^o aryl or alkyl-substituted aryl. Even more preferably, is di(Ci^ alkyl)amino, C^.^o alkoxy 
or Ci.^o alkyI- another embodiment, preferably C^.^q a^kyl, Cg-io S'V' ^-10 aryl and more preferably Ci.^q 
alkyl. Preferably, b is 0 to 2, and most preferably b is 1 . 

[0026] In one preferred embodiment, the aryl moieties at the terminal 2- and 7- or 7'-position (terminal position) have 
acrylate and methacrylate ester reactive groups preferably corresponding to Formula VI. 



30 



35 



-OCC(R5) = CHR6 (VI) 



wherein: 



40 



RS is hydrogen or C^^ alkyl, preferably hydrogen or methyl, and 

RS is hydrogen, C,.2o hydrocarbyl or C1.20 hydrocarbyloxy, preferably hydrogen or C1.20 hydrocarbyl. 

[0027] More preferably, R^ is hydrogen, C^.^q alkyl or Cg.io a^V' o*" alkyl-substituted aryl. Even nnore preferably, R6 
Is hydrogen, C^^ alkyl or phenyl. Most preferably. R^ is hydrogen. 

[0028] In another preferred embodiment, ethenyl, and aryl moieties at the terminal position correspond to Formula VII, 



45 



-C(R^)= C(R^)H 



(VII) 



so 



wherein: 

R7 is independently in each occurrence hydrogen, C^.jo hydrocarbyl or C^.go hydrocarbyloxy. Preferably. R^ is 
hydrogen, C^.^q alkyl, 05.10 alkyl-substituted aryl or C1.20 alkoxy. More preferably, R^ is hydrogen, C1.4 alkyl, 
phenyl or alkoxy. 

[0029] In one embodiment, the E is a benzocyclobutene moiety which preferably corresponds to Formula VIII, 
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(R')c 




/ 



(VIII) 



(R'O, 



wherein: 



R8isCi.2oa*M. Ci.2oa»koxy. C 1.20 alky Ithio, Cg.goa'V'' Cg-go afy'oxy, Cg-aoarylthio. Cy.aoaralkoxy, C7.20 alkary loxy, 
C7.20 alkarylthio. C7.20 aralkyl. C7.20 aralkoxy. C7.20 aralkylthio, cyano, carboxylate. C1.20 hydrocarbylcarbonyloxy, 
C1.20 hydrocarbylsulfinyl, C1.20 hydrocarbylsultonyl. amino or C1.20 dialkylamino; 

R9 is cyano, carboxylate. C1.20 hydrocarbylcarbonyloxy. nitro. halo, C1.20 hydrocarbylsultonyl, 0^,20 hydrocarbyl- 
sulfinyl, C1.20 alkyi, amido or C1.20 hydrocarbyloxy preferably hydrocarbyloxy or cyano; 
c Is 0 or an integer of 1 to 3, preferably from 0 to 1 and most preferably 0; and 
e is 0 or 1 . 

[0030] As used herein 2,7-aryl-9-substituted fluorenes Include compounds where either of m or n is 1 and the other 

isO. 

[0031] In one preferred embodiment, the invention comprises 2.7-aryl-9,9-dihydrocarbyl- or cyclohydrocarbdiylflu- 
orenes and 9.9-dihydrocarbyl- or cyclohydrocarbdiylfluorene oligomers and polymers which correspond to Formula IX, 



wherein E, Ri , R2, a and m are as described hereinbefore. 
[0032] In another embodiment, the invention comprises 2,7-aryl-9-hydrocarbylidenylfluorenes and 9-hydrocarbyli- 
denylfluorene oligomers and polymers thereof which preferably correspond to Formula X, 



wherein E, R^, R^, a and n are as described hereinbefore, and n is at least 1 . 
[0033] In one preferred embodiment, the 2,7-aryl-9-hydrocarbyIidenylfluorenes and 9-hydrocarbylidenylfluorene ol- 
igomers and polymers are 2,7-aryl-9-benzylidenylfluorenes and 9-ben2ylidenylfluoreneoIigomers and polymers which 
correspond to Formula XI, 





(X) 
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wherein E, R^, R^, a, b and n are as described liereinbefore, and n is at least 1 . 
[0034] As used herein. 2,7-aryl-9-substituted fluorenes include compounds corresponding to Formulas IX. X or XI 
where m or n is 1 . As used herein, 9-substituted fluorene oligomers and polymers correspond to Fomnulas IX, X or XI 
wherein m orn is greater than 1 and Formulas IV and V where both m and n are 1 or greater. 

'5 [0035] The fluorenes and fluorene oligomers or polymers of the invention demonstrate strong photoluminescence 
• in dilute solutions or in the solid state. When such materials are exposed to a light of a wavelength of 300 to 700 
nanometers, the materials emit light of wavelengths in the region of 400 to BOO nanometers. More preferably, such 
materials absorb light of wavelengths of from 350 to 400 nanometers and emit light of wavelengths in the region of 
400 to 650 nanometers. The fluorenes and fluorene oligomers or polymers of the invention are readily soluble in com- 

20 mon organic solvents. They are processable into thin films or coatings by conventional techniques. Upon curing, such 
films demonstrate resistance to common organic solvents and high heat resistance. Generally, the fluorene oligomers 
and polymers are liquid crystalline in nature. The fluorenes and fluorene oligomers or polymers of the invention are 
capable of crosslinking to form solvent resistant, heat resistant films at 100'C or more, more preferably at 150°C or 
more. Preferably, such crosslinking occurs at 350^0 or less, more preferably 300°C or less and most preferably 250°C 

25 or less. The fluorenes and fluorene oligomers or polymers of the Invention are stable at 100*C or more and more 
preferably 1 50*C or more. Stable, as used herein, means that such monomers or oligomers do not undergo crosslinking 
or polymerizatbn reactions at or below the stated temperatures. 

[0036] The fluorene oligomers or polymers of this invention preferably have a weight average molecular weight of 
1000 Daltons or greater, more preferably 5000 Daltons or greater, even more preferably 10,000 Daltons or greater, 

30 even more preferably 15,000 Daltons or greater and most preferably 20,000 Daltons or greater; preferably 1 ,000,000 
Daltons or less, more preferably 500,000 Daltons or less and most preferably 100,000 Daltons or less. Molecular 
weights are determined according to gel permeation chromatography using polystyrene standards. 
[0037] Preferably, the 9-substituted fluorene oligomers or polymers demonstrate a polydispersity (Mw/Mn) of 5 or 
less, more preferably 4 or less, even more preferably 3 or less, even more preferably 2.5 or less and most preferably 

3S 2.0 or less. 

[0038] "Hydrocarbyl" as used herein shall mean any organic moiety containing only hydrogen and carbon unless 
specified othenwise, and may include aromatic, aliphatic, cycloaliphatic and moieties containing two or more of aliphatic, 
cycloallphatic and aromatrc moieties. 

[0039] The 2,7-dihalo-g.9<lihydrocarbyl-fluorenes may be prepared by reacting a 2.7-dihalofluorene with at least 2 
40 moles of hydrocarbyl halide In the presence of a phase transfer catalyst and an alkali metal hydroxide. One embodiment 
of this process is described in Equation 1 : 




wherein B\ R2, X and a are as previously defined, and M is an alkali metal and PTC is phase transfer catalyst. 
[0040] Preferred hydrocarbyl halides are C^^^ ^"^V' halides and C^^q aryl or alkaryl halides. More preferable are 
55 the C3.1 2 alkyi halides. 

[0041] The hydrocarbyl halide is contacted with the 2,7-dihalofluorene in a mole ratio such that a high yield of 2,7-di- 
halo-9,9-dihydrocarbylfluorene is prepared. Preferably, the mole ratio of hydrocarbyl halide to 2,7-dlhalofluorene is 2: 
1 or greater, more preferably 2.2:1 or greater and even more preferably 3:1 or greater. Preferably, the mole ratio of 
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hydrocarbyl halide to 2,7-dihalofluorene is 6:1 or less, more preferably 5:1 or less and most preferably 4:1 or less. 
[0042] The process is performed in the presence of an alkali metal hydroxide in a sufficient amount to facilitate the 
efficient reaction of the hydrocartyl halide or hydrocarbyl dihalide with the 2.7-dihalofluorene. Preferably, 2 equivalents 
or greater of alkali metal hydroxide is used in relation to 27-dihalofluorene and, more preferably 3 equivalents or greater 

s of alkali metal hydroxide. Preferably, 20 equivalents or less of alkali metal hydroxide per equivalent of 2,7-dihalofluorene 
are used, more preferably 8 equivalents or less and most preferably 4 equivalents or less. Preferred alkali metal hy- 
droxides useful are sodium hydroxide and potassium hydroxide, with sodium hydroxide being most preferred. 
[0043] This process is an interfacial process using phase transfer catalysts. Any phase transfer catalyst known to 
those skilled in the art may be used. A sufficient amount of such phase transfer catalyst to faciiitiate the reaction of the 

10 hydrocarbyl halide or hydrocarbyl dihalide with the 2,7-dihalofluorene in a reasonably efficient manner is used. Pref- 
erable phase transfer catalysts include quaternary ammonium salts, quaternary phosphonium salts, polyethylene gly- 
cols and crown ethers. More preferred phase transfer catalysts are the quaternary ammonium salts. Examples of 
preferred quaternary ammonium salts useful as phase transfer catalysts include benzyltrimethylammonium chloride, 
benzyltriethylammonium chloride and tetrabutytammonium bromide. The phase transfer catalysts preferably are used 

IS in an amount of 0.0001 mole or greater of catalyst per mole of 2,7-dihalofluorene, more preferably 0.001 mole or greater 
and even more preferably 0.01 mole or greater. Preferably, 0.2 mole or less of catalyst per mole of 2,7<lihalofluorene 
is used, more preferably 0.15 mole or less and even more preferably 0.02 mole or less. 

[0044] The 2,7-dihalo-9,9-cyclohydrocarbdiylfluorene may be prepared by contacting 1 mole of 2,7-dihak3fluorene 
with 1 mole of hydrocarbyl dihalide in the presence of a catalytic amount of a tetraaikylammonium hydroxide. 
20 [0045] This process is described in Equation 2: 




wherein: 

3S 

R2, X and a are as previously defined; 

is a tetraaikylammonium moiety; and 
Ri"* is a C5.20 straight- or branched-chain aliphatic divalent moiety or C4.20 straight- or branched-chain aliphatic 
divalent moiety containing one or more heteroatoms selected from S, N and O. 

40 

[0046] Preferred hydrocarbyl dihalides are C4.20 straight- or branched-chain aliphatic dihalides or C;^20 straight- or 
branched-chain aliphatic dihalides containing one or more heteroatoms selected from S. N and O. More preferred 
hydrocarbyl dihalides are C4.-10 aliphatic dihalides or C^.^q aliphatic dihalides containing one or more of S or O. Even 
more preferred hydrocarbyl dihalides are 63.10 3'*^y' dihalides and C^^q alkyi ether dihalides {03.10 alkyi dihalides 
4S containing an oxygen). R^^ is more preferably a C4.10 aliphatic divalent moiety or a C^^q aliphatic divalent moiety 
containing one or more of S or O. R^^ is even more preferably a divalent C4.10 alKyl and C3.10 alkyi ether (C3.10 alkdiyi 
containing an oxygen). Preferably, hydrocarbyl halides are used in this process. 

[0047] The 2,7-dihalo-9-hydrocarbylidene fluorenes of the invention may be prepared by the reaction of a 2.7-di- 
halofluorine with a hydrocarbylaldehyde or a substituted hydrocarbyiatdehyde in the presence of base as a catalyst. 
so Preferably, the aldehyde corresponds to the formula 

0 

fl 

5^ R3-CH 



wherein is as defined previously. In a more preferred embodiment, the hydrocarbyl moiety Is a phenyl, a 
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substituted phenyl, a C3.10 aliphatic moiety or a C5.10 cycloaliphatic moiety and the aldehyde is benzaldehyde, substi- 
tuted benzaldehyde. C3.1 0 aliphatic aldehyde or C5.1 0 cycloaliphatic aldehyde. This reaction is illustrated by Equation 3: 



10 




Base 



IS 



20 



2S 




Equation 3 



wherein X, R^, r3 and a are as previously defined. 
[0048] The 2,7-dihalofluorene is reacted with a sufficient amount of hydrocarbylaldehyde to prepare the hydrocarb- 
ylldene-substituted 2,7-dihalofluorenes in high yield. Preferably, the mole ratio of hydrocarbylaldehyde to 2.7-dihatoflu- 
orene is 1 .0 or greater, more preferably 1 .5 or greater and even more preferably 2 or greater. Preferably, the nriole ratio 

30 of hydrocarbylaldehyde to 2,7-dihalofluorene is 6 or less, more preferably 3 or less and most preferably 2 or less. 
[0049] The 2,7-dihalo-9,9-bis-C4.i6 hydrocarbyl carbonyloxy- substituted 2,7-dihalofluorenes may be prepared by 
base catalyzed addition of 2,7-dihalofluorene to alkyi acrylates and alkyi methacry lates as described in US-A-3,641 ,115. 
[0050] The 2,7-dihaloCe.i6aryl(trialkylsiloxy)-substitutedfluorenes may be prepared by the following process. 2.7-di- 
halofluorenone is reacted with phenol In a mixture of methanesulfonic acid and 3-mercaptoproplonic acid to provide 

3S 2,7-dihalo-9,9-bis-(4«hydroxyphenyl)fluorene which is then treated with a trialkylsilyl chloride in the presence of a base 
to yield the 2.7-dihalo-9,9-bis(4-trialkylsiloxyphenyl) fluorene. 2,7-Dihalofluorenone cjan be prepared by the oxidation 
of 2.7-dihalofluorene with oxygen in the presence of a base, such as potassium t-butoxide, in t-butyl alcohol. The 
conditions for this process are disclosed in Yang. "Novel Cartjon Catalysts: Oxidation in Basis Solution," J. Organic 
Chemistry. Vol. 68, p. 3754 (1958). Alternatively, 2,7-dihalofluorene can be oxidized to 2,7-dihalofluorenone by con- 

40 tacting it with chromium oxide (CrOs) in acetic acid according to the process disclosed in Hodgklnson et al., J. Chem. 
Soc.. Vol. 43, pp. 163-172 (1983). The 2,7-dihalofluorenone is contacted with 3 to 10 equivalents of phenol in the 
presence of from 30 to 100 percent by weight of methanesulfonic acid and from 2 to 10 percent by weight of mercap- 
topropionic acid. The reaction is preferably performed at a temperature of from 20°C to 50°C. The 4-hydroxyphenyl- 
dihalofluorene is recovered by conventional techniques before reaction with the trialkylsilyl chloride. 

45 [0051] The 2,7-dihalo-9,9-bis(4-hydroxyphenyl) fluorene Is contacted with from 2.2 to 3.0 equivalents of trialkylsilyl 
chloride in the presence of from 3.0 to 6.0 equivalents of base. The reaction is preferably performed at a temperature 
of from 20"'C to 40**C. The reaction is performed in a solvent of dimethylformamlde and dimethylacetamide. Imidazole 
is the preferred base. The 2,7-dihak)-9,9-bis(4-trialkylsiloxyphenyI)fluorene can be recovered by conventional tech- 
niques. 

so [0052] The 2,7-dihalo-9-substituted fluorenes may be further substituted on the 3-. 4-, 5- and/or 6-position by any 
suitable synthesis technique. Preferably, the 3-. 4-, 5- and/or 6-positions are substituted prior to substitution at the 
9-position. In many instances, the reaction sequence to place substituents at the 3-, 4-, 5- and/or 6-positlon may result 
in unwanted substltutbn on the substituents at the 9-position It the substitution Is performed after the 9-posltlon sub- 
stitution. 

^ [0053] The 2,7-aryt-9-substituted fluorene oligomers and polymers of the invention are prepared by contacting one 
or more 2,7-dihalo-9-substituted fluorenes with a haloaromatic compound in the presence of a nickel (zero valent) 
catalyst or other catalysts suitable for use in processes for the de-halogen-coupling of aryl halides. The 9-substltuted 
fluorene oligomers and polymers terminated at the terminal 2- and 7 -positions with hydrogen or a hatogen may be 
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prepared by coupling the 2,7,-dlhalo-9-subsituted fluorenes to each other in a suitable process for the coupling of aryl 
halides. The nickel (zero valent) catalyst may be prepared in situ by contacting a divalent nickel salt with a reducing 
agent In the presence of a material capable of acting as a llgand and optionally a material capable of accelerating the 
reactions. Preferably, the 2,7-dihalo-9-substituted fluorene corresponds to Formulas XII or XIII (same as Formulas I 
and II respectively), 



70 



75 





20 



25 



wherein R^, r3 and a are as previously defined and X is a halogen moiety. In Formulas XII and XIII. X is 
preferably bromine or chlorine. 

[0054] The 2,7-dihalo-9-substituted fluorenes and 2,7-dihalo-9-hydrocarbylidenylfluorenes are prepared from 2,7-di- 
halofluorene, which is commercially available, by the processes described herein. 

[0055] The haloaromatic compound used to prepare the 2,7-aryl-9-substituted fluorenes and 9-substituted fluorene 
oligomers and polymers comprises an aromatic compound substituted on the ring with a halogen and may further be 
substituted with a moiety capable of crosslinking or chain extension. Preferably, such compound corresponds to the 
formula X-Ar, wherein X is as previously defined and Ar is an aryl moiety or an aryl moiety substituted with a moiety 
capable of crosslinking or chain extension or a trialkylsiloxy moiety. 
[0056] Preferably, the haloaromatic compound corresponds to Formulas XIV or XV, 



30 



35 




{XIV) 



40 



or 



45 




(XV) 



wherein: 



so r8^ r9, c and e are as defined above and 

Z is a trialkylsiloxy, glycidyl ether, acrylate ester, methacrylate ester, ethenyl, ethynyl, maleimide or a trifluorovinyl 
ether moiety, nadimide, or hydroxy. Preferably, 2 is a trialkylsiloxy moiety, ethenyl, ethynyl, maleimide or trifluor- 
ovinyl ether moiety. More preferably, Z is a trialkylsiloxy moiety. 

55 [0057] In one preferred embodiment, the haloaromatic compound is a halogen-substituted benzocyclobutene moiety 
according to Formula XIV. 

[0058] The 2,7-dihalo-9-substituted fluorenes of the invention are useful in preparing oligomers which can be used 
to form films. Such films can be used in polymery light-emitting diodes. Preferably, such films are used as emitting 
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layers. The oligomers of 2.7-dlhalo-9-subslituted fluorenes are prepared by reacting 2,7-dihalo-9-substituted fluorenes 
with a haloaromatic, such as a halobenzene. further substituted with a reactive end-group such as ethenyl. ethynyl, 
maleimide. nadlmide, trifluorovinyl ether or cyclobutene ring. Such reaction is performed using a nickel-zinc coupling 
reaction wherein the degree of oligomerization can be controlled by the ratio of reactants. 

[0059] The preparation of the 2,7-dlaryl-9-substituted fluorenes and the 9-substituted fluorene oligomers or polymers 
may be illustrated by Equations 4 and 5. 



10 
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20 



2S 




Equation 4 



30 



35 



40 



4S 




SO 



Equation 5 



[0060] The 2,7-dlhaio-9-substftuted fluorene and haloaromatic compound may be contacted in a wide range of ratios, 
depending upon the desired degree of oligomerization or polymerization. Preferably, the mole ratio of 2,7-dihalo-9-sub- 
55 stituted fluorene to haloaromatic compound Is 1 :2 (i.e. 0.5: 1 ) or greater, preferably 1 : 1 or greater and more preferably 

2:1 or greater. Preferably, the ratio is 50:1 or less, and more preferably 25:1 or less. 

[0061] In the embodiment wherein it is desired to prepare a 2,7-diaryl-9-substltuted fluorene (where n is 1 ), the mole 
ratio of 2,7-dihalo-9-substituted fluorene to haloaromatic compound is 1:2. In the embodiment where oligomers or 
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polymers are desired (where m+n is greater than 1), a greater ratio of 2,7-dihalo-9-substituted fluorene is used relative 
to the haloaromatic compound. Higher ratios tacilitate the preparation of higher molecular weight oligomers and poly- 
mers. 

[0062] In a preferred embodiment, the reaction of the 2,7-dihalo-9-substituted fluorene with haloaromatic compound 
5 takes place according to the procedures of Colon et al., described in Journal of Polymer Science. Part A, Polymer 
Chemistry Edition. Vol. 28, p. 367 (1 990), incorporated herein by reference, and Colon et al.. Journal ot Organic Chem- 
istry. Vol. 51. p. 2627(1986). 

[0063] The resulting 2,7-diaryl-9-substituted fluorenes and 9-substituted fluorene oligomers and polymers are recov- 
ered according to conventional techniques; preferred techniques include filtration and precipitation using a nonsolvent. 

10 Alternatively, in another embodiment, the 2,7-diaryl-9-substituted fluorenes and 9-substituted fluorene oligomers and 
polymers may be prepared by a process disclosed in loyda et al., Bulletin of the Chemical Society of Japan. Vol. 63, 
p. 80 (1 990). Such method is similar to the method described hereinbefore. In particular, the catalyst is a divalent nickel 
salt introduced as a nickel halide bis-triphenytphosphine complex. The reaction may be performed in a variety of sol- 
vents including acetone, dimethylformamide, tetrahydrofuran and acetonitrile. The reaction is accelerated by the ad- 

IB dition of 1 0 mole percent of an organo-soluble iodide such as tetraethy lammonium iodide. Such a reaction is performed 
at a temperature of from 20'*C to 100°C for 1 to 24 hours. 

[0064] In another embodiment, the oligomers and polymers may be prepared via the processes disclosed by 
Yamamotto, Progress in Polymer Science. Vol. 17, p. 1153 (1992). In such process, 2,7-dihalo-9-substituted fluorene 
monomers are contacted with at least a stoichiometric amount of ntekel catalyst In the fonn of nickel (1 ,5-cyclooctadi- 

20 ene) complex and at least a stoichiometric amount of 1 .5-cycIooctadiene as a ligand in an Inert solvent, such as tet- 
rahydrofuran. The reaction is preferably conducted at 70*C or higher for 2 or more days. In another embodiment, the 
subject compounds of the invention may be prepared by the process disclosed in Miyaura et al.. Synthetic Communi- 
cation. Vol. 11, p. 513 (198'1) and Wallow et al., American Chemical Society Polymer Preprint Vol. 34, (1), p. 1009 
(1993). In such process, 2,7-dihalo-9-substituted fluorenes are converted to the corresponding diboronic acid by re- 

2S acting the 2,7-dilithio- or 2,7-diGrlgnard-9-substituted fluorenes with trialkyi borates. M. Rehalin et a!., as disclosed in 
Makromoleculaire Chemie. Vol. 1 91 , pp. 1 991 -2003 (1 990). The diboronic acid is then reacted with a 2,7-dihaloflourene 
in the presence of a catalytic amount of tetrakistriphenylphosphine palladium and an aqueous base at 70*C or higher 
for 10 to 100 hours in an inert solvent, for instance toluene and ethanol. 

[0065] In the embodiment wherein the reactive moiety on the aryl moieties of the 2,7-aryl-9-substituted fluorene or 
30 2,7'-aryl-9-substituted fluorene oligomers and polymers are trialkylslloxy moieties, the trialkylsiloxy moieties may be 
converted to hydroxy moieties by contact with concentrated acid, such as hydrochloric acid, in an organic solvent. 
[0066] A halophenyl trialkylsiloxy ether can be reacted with the 2,7-dihalo-9-substituted fluorene to prepare an oli- 
gomer having end-groups comprising phenyl trialkylsiloxy moieties. This reaction sequence is illustrated by Equation 
6 wherein Ri^> is a C1.20 alkyi moiety, preferably a C,^ alkyi moiety. The trialkylsiloxy moieties can be converted to 
3$ hydroxy moieties by refluxing the resulting product in tetrahydrofuran and concentrated hydrochloric acid. This reaction 
sequence is illustrated by Equation 7. 



40 
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(RiO)3SiO 




OSi(Rio)3 



Equation 6 




OSi(R^o)^ + HCI 




Equation 7 



[0067] The hydroxy moieties of the 2,7'-aryl substituents may be converted to cyanate moieties by well-known cya- 
nation reactions. See, tor example, US-A-4,478,270; Martin. Organic Synthesis. Vol. 61, p. 35; and Handbook of Pre- 
parative Inorganic Chemistry, p. 1.662 (1963). Academic Press, New York. This reaction sequence is illustrated by 
Equations. 
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Equation 8 

[0068] In one preferred embodiment, the 2,7-hydroxyaryl-9-substituted fluorene or 2,7'-hydroxyaryl-9-substjtuted flu- 
orene oligomer or polymer is contacted with cyanogen halide dissolved in a chlorinated hydrocarbon or a secondary 
or tertiary alcohol, in the presence of a tertiary amine at a temperature of O^C or less under conditions such that the 
hydroxy moieties are replaced with cyanate moieties. Preferably, the contacting occurs in the presence of a dilute base 
such as alkali or alkaline metal hydroxides, alkali or alkaline metal carbonates, alkali or alkaline metal bicarbonates or 
tertiary amines. Preferred bases are the tertiary amines with the aliphatic tertiary amines being nrK>st preferred. This 
process is preferably run at a temperature of 0°C or lower with temperatures of -10°C or lower being most preferred. 
It is preferable to perform such process under an inert gas atmosphere. The cyanated 2,7-aryl-9-substituted fluorenes 
or 2,7'-aryl-9-substituted fluorene oligomers or polymers may be recovered by washing the reaction solution with a 
dilute base to renrK)ve excess cyanogen chloride. The reaction solution is thereafter washed with water so as to remove 
any salt prepared from the hydrochloride by-product and base. The reaction solution is then contacted with the dilute 
acid to neutralize any base which may be present. Thereafter, the reaction solution is contacted with water again so 
as to remove any other impurities and the cyanated 2,7-aryl-substituted-9-substltuted fluorenes and 2,7'-aryl-9-sub- 
stituted fluorene oligomers or polymers are recovered by drying the solution with the use of a dessicant. 
[0069] The reactions illustrated by Equations 6, 7 and 8 can also be perfomried starting with 9-hydrocarbylidenyl- 
2,7-dihalofluorene. 

[0070] In another embodiment, the hydroxy moieties of the 2,7-hydroxyaryl-9-substituted fluorene or 2,7'-hydroxyar- 
yl-9-substituted fluorene oligomer or polymer may be converted to glycidyi ether moieties by processes well known in 
the art. Such glycidyi ethers are preferably prepared by contacting the 2,7-hydroxyaryl-9-substituted fluorene or 2,7'- 
hydroxyaryl-9-substituted fluorene oligomer or polymer with epihalohydrin under conditions to form aryl moieties with 
chlorohydrin groups at their termini. The chtorohydrin groups are dehydrohalogenated to form an epoxy or glycidyi ring 
by contacting them with sodium hydroxide. Such process is described in Handbook of Epoxv Resins. Lee and Neville 
(1967). This process Is illustrated by Equation 9. 
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OH + X-CHj-CH-CHj 
O 



NaOH 



O 




CH,-CH-CH2 



V 



5 



Equation 9 

room The 2 7-<.-.ry.-9-sut,stnuted fluorenes and ^'-''^^^^^^^^^^^ 

lirHw PretetablV the solution contains from 0.1 to t^at the composition contains Irom 0.5 to 5.u 

uniform in thicKness ^^^^^^^^^^^^ and mostVeforab^ 200-0 .or greater. 

[00741 In another embodiment the zj-aaryi » 
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mers may be partially cured. This is known as B-staging. In such embodiment, the fluorenes and their oligomers or 
polymers thereof are exposed to condittons such that a portion of the reactive materials cure and a portion of the 
reactive materials do not cure. This is commonly used to improve the handleability of such a resin and can facilitate 
the preparation of the films. Such B-staged material can thereafter be used to prepare coatings by the means disclosed 
5 hereinbefore. Preferably, 10 mole percent or greater of the reactive moieties are reacted. Preferably, 50 mole percent 
or less of the reactive moieties are reacted. 

[0075] The following examples are included for illustrative purposes only and do not limit the scope of the claims. 
Unless othenwise stated, all parts and percentages are by weight. 

10 Example 1 - 2.7'-Dichloro-9.g-dif24hvlhexvnfluorene 

[0076] To a stirred mixture of 2,7-dichlorofluorene (43 g, 0. 1 83 mole) and 1 20 mL of dimethylsulfoxide (DMSO) under 
nitrogen was added benzyltriethylammonium chloride (2.3 g, 0.01 mole) and 60 mL of a 50 weight percent aqueous 
solution of sodium hydroxide. 2-Ethylhexyl bromide (85 g, 0.44 mole) was added and the mixture was agitated well for 

'5 2 hours. The reaction was exothermic, the temperature reaching 80^*0 within 5 minutes after the addition of 2-ethylhexyl 
bromide and.then falling off to SO'C over the 2-hour reaction time. Analysis of an aliquot by high pressure liquid chro- 
matography (HPLC) showed the complete disappearance of 2.7-dichlorofluorene and the formation of new product. 
Water (200 mL), and diethyl ether (250 mL) were added to the reaction mixture, stirred for 15 minutes and the layers 
were separated. The organic layer was washed with a saturated aqueous NaCI solution, water, dried (MgS04) and 

20 evaporated to remove ether. Fractional vacuum distillation of the residue provided 2.7-dichloro-9,9-di(2-ethylhexyl) 
fluorene as clear liquid, boiling point 200''C/1 mm Hg (133 Pa), (79 g. 94 percent yield); HPLC analysis. showed that 
the product was 99 percent pure; Proton Magnetic Spectrum (PMR) analysis was consistent with the title structure. 

Example 2 - 9.9-Di-n-butvl-2.7-dibromofluorene 

2S 

[0077] 2,7-Dibromofluorene (32.4 g, 0.1 mole), n-butyl bromide (75 g, 0.55 mole), tetra-n-butylammonium chloride 
(1.5 g) and 50 percent aqueous NaOH solution were stirred vigorously at 80*C for 1 hour. The reaction mixture was 
allowed to cool to room temperature and extracted with ether. The ether extracts were washed with water and dried 
over anhydrous magnesium sulfate. Removal of solvent gave a yellow solid which was recrystallized from 400 mL of 
30 ethanol to provide 9,9-di-n-butyl-2.7-dibromofluorene as colorless crystals (42 g, 96 percent yield), melting point 
1 20.5''C to 1 21 .5'*C. HPLC analysis showed that the product had a purity of 99.5 percent and the proton and carbon- 
1 3 NMR were consistent with the title structure. 

Example 3 • 2.7-Dibromo-9.9-f(2-methoxvcarbonvn-ethvl)fluorene 

35 

[0078] To a 500 mL, three-necked, round-bottomed flask equipped with a condenser, magnetic stirring bar, stopper 
and a rubber septum was added 2,7-dibromofluorene (70.0 g, 0.216 mole) and methyl aery late (1 66.0 g. 1 .9 mole). To 
that stirring mixture was added dropwise (via syringe) benzyltrimethylammonium methoxide (3.3 mL, 40 weight percent 
solution). An exotherm was noted after addition of a few drops; temperature rose to 6a*C. After the addition was 
^0 completed, the reaction was stirred for an additional 15 minutes. 

[0079] Excess methyl acrylate was distilled off under reduced pressure. The crude product solidified after cooling to 
room temperature and was washed with hexane, then filtered. The crude solid was recrystallized from methanol to 
afford white crystals (79.0 g, 90 percent yiekJ). 

45 Example 4 - 2.7-Dibromo-9.9-di(2-ethvlhexvnfluofene 

[0080] 2,7-Dibromo-9,9-di(2-ethylhexyl)fluorene, prepared from 2,7-dibromofluorene and 2-ethylhexylbromide by 
the procedure of Example 1, was obtained as a pale-yellow syrup in 93 percent yield after passing the crude product 
through a column of silica gel and eluting the product with hexane. The carbon and proton magnetic spectra were 
so found to be consistent with the title structure. 

Example 5 - 2.7-Dichloro-9.9-dlf3-methvl-1-butvl)-fluorene 

[0081] Foltowing the procedure of Example 1. 2.7-dichk)ro-9,9-di(3-methyl-1-butyl)fluorene was prepared from 
ss 2.7-dichlorofluorene and 1 -bronrx>-3-methylbutane as colorless crystals (recrystallized from pentane) in 90 percent 
yield, melting point 116°C to 117.5*'C. The spectral data were consistent with the title structure and HPLC analysis 
showed the purity as 99 percent and greater. 
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Example 6 - 2.7-Dichloro-9.9-di(1-hexvl)fluorene 

[0082] 2.7-Dichloro-9,9-di(1-hexyt)fluorene was prepared from 2,7-dichlorofluorene and 1-bromohexane following 
the procedure of Example 1 as colorless crystals (recrystalllzed from hexane) in 91 percent yield; melting point 66°C 
to 67°C. HPLC analysis showed that the sample was 99 percent or greater pure and the spectral data confirmed the 
title structure. 

Example 7 - 2,7*Dichloro-9-benzvlidenvlfluorene 



[0084] To a stirred suspension of 2,7*dichlorofluorene (6.4 g, 27 mmole) in 30 mL of pyrrolidine or pyridine at 0*^0 
under nitrogen was added 6 mL of a 1M solution of tetrabutylammonium hydroxide in methanol. A solution of benzal- 
dehyde (3.4 g, 32 mmole) in 25 mL of pyridine was then added over 10 minutes and the orange-colored mixture was 
albwed to stir at ambient temperature for 2 hours. The mixture was poured into 300 mL of ice-water, stirred for 3 hours, 
the yellow solid was filtered and recrystaKized from n-heptane to provide 2,7-dichloro-9-benzylidenylfluorene as yelbw 
needles, melting point 87°C to 88°C (7.8 g, 89.6 percent). PMR analysis was consistent with the title structure. 

Example 8 ■2.7-Dibromo-9-(4'dimethylaminobenzylidenvnfluorene 



[0086] 2,7-Dibromo-9-(4-dimethylaminobenzylidenyI)fluorene was prepared using the procedure of Example 1 in 
87.7 percent yield as tight-orange powder, melting point 214^0 to 216''C (recrystalllzed from toluene). PMR analysis 
is consistent with the title structure. 



[0083] 




[0085] 
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Example 9 - 2.7-Dibromo-9'(4-(2-ethvlhexvloxv)benzvliclenvnfluorene 
[0087] 




[0088] 2.7-Dibromo-9-(4-(2-ethylhexyloxy)benzylidenyl)fluorene was prepared from 2.7-dibromo-9-fluorene and 4- 
(2-ethylhexyloxyl)benzaldehyde using the procedure of Example 1 to give a yellow solid in 77 percent yield, melting 
point 68°C to 70'*C. PMR analysis was consistent with the title structure. 

Example 10 - 2J-Dibromo-9-f3.5.5-trimethvlhexvlidenvhfluorene 

[0089] 




[0090] To a stirred mixture of 2,7-dibromofluorene (14 g, 40 mmole) and pyridine (40 mL) under nitrogen at -15°C 
was added 8 mL of a 1M solution of tetrabutylammonlum hydroxide in methanol. A solution of 3,5,5-trimethylhexanal 
(7.6 g, 53 mmole) In pyridine was added dropwise and the reaction mixture was stirred at ambient temperature over- 
night. The mixture was poured into 600 mL of ice-water, stirred for 1 hour, the pale yellow solid was isolated, and 
recrystallized from ethanol to provide the title compound as pale yellow powder, melting point 1 08'C to 1 1 0*C (11 .6 g, 
64.7 percent). PMR analysis was consistent with the assigned structure. 

Example 11 - 2.7-Pibromo-9-(5-norbom-2-envlidenvnflUQrene 

[0091] 




[0092] The title compound was prepared from 2,7-dibromofluorene and 5-norbornene-2-carboxaldehyde by following 
the procedure of Example 10. The product was extracted with ether and removal of ether gave a tan solid which was 
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recryslallized from n-hexane to provide the title compound as tan crystals, melting point 118'C to 120*C (62 percent 
yield). PMR analysis and HPLC showed the title compound was obtained as a 1 :1 mixture of exo and endo isomers. 

Example 12 - Polv(9.9-di-n-hexvlfluorenvl-2.7'<livl) 



[0093] A dried polymerization reactor was charged with 2,7-dichloro-9,9-di-n-hexylfluorene (4.03 g, 10.0 mmoles), 
nickel chloride-2,2'-bipyridine complex (Ni complex) (43 mg, 0,15 mmole). zinc dust (1.96 g, 30 mmoles) and triphe- 
nylphosphine (TPP) (1 .31 g, 5 mmoles). The reactor was evacuated and filled with nitrogen several times, and finally 
filled with argon. Dry dimethylacetamide (DMAc) (10 mL) was added and the contents of the reactor were stirred and 

10 heated in an SO'^C oil bath. After 4 hours, a solid polymer cake was formed and the oil bath temperature was raised to 
90^0. After 5.75 hours, 10 mL of dry toluene was added and stirring and heating were continued. Two more 10 mL 
portions of toluene were added at 6.5 hours and 7.3 hours. Heating and stirring were continued for 3.5 hours after the 
addition of the last portion of toluene. The mixture was poured into 150 mL of chloroform and filtered. The chloroform 
in the filtrate was removed on a rotary evaporator and the residue stirred with acetone. The large, bright-yellow granules 

'5 obtained were dried for 18 hours in a vacuum oven at 70° C. The yield was 3.10 g, 93.9 percent. The polymer had the 
folbwing structure: 



[0094] The inherent viscosity was 0.57 dL/g. Gel permeation chromatography showed Mw 39,630 Daltons, Mn 1 6,020 
Daltons and polydispersity of 2.47. The degree of polymerization, m, was 48. Differential scanning calortmetry (DSC) 
30 analysis at 5°C/mlnute showed two endothermic transitions centered at 193'C and 249'C, indicative of liquid crystal- 

linity. There was no indication of glass transition. 

[0095] For comparison, Fukuda's polymer of formally the same chemical composition had a polydispersity of 6.8, 
degree of polymerization relative to polystyrene of 14, glass transition temperature of 55*^0 and no crystallinity. 

35 Example 13 - Polv(9.9-di-n-hexvlfluorene>2.7'-divl) 

[0096] The experiment of Example 1 2 was repeated except the solvent was N-cyclohexylpyrrolidinone (20 mL). The 
polymerization was allowed to proceed for 1 8 hours and the product was purified and isolated as described in Example 
. 12. The yield was 3.30 g, 100 percent. Inherent viscosity was 0.54 dL/g. 

40 

Example 14 - Polv(9.9-dl-n-hexvlfiuorene'2.7'-diyl) 

[0097] A dried polymerization reactor was charged with nickel chloride (52 mg, 0.4 mmole), 2,2'-bipyridine (62.4 mg, 
0.4 mmole), zinc dust (5.76 g, 88 mmoles), and TPP (3.76 g, 14.0 mmoles). The reactor was evacuated and filled with 

45 nitrogen several times, and finally filled with argon. Dry DMAc (5 mL) was added and the content of the reactor stirred 
and heated in a 90°C oil bath for 15 minutes to generate the active Ni(0) catalyst. A degassed solution of 2.7-dichloro- 
9,9-di-n-hexylfluorene (8.06 g, 20.0 mmoles) in 17 mL of dry DMAc was then added in two portions via a syringe and 
the polymerization was allowed to proceed for 4.5 hours. The polymer isolated had inherent viscosity of 0.35 diyg. 
[0098] A thin film of the polymer was melted on a glass slide and examined on a hot-stage microscope under cross- 

so polarized light. Intense birefringence was obsen/ed at above 200'*C, indicating that the polymer undergoes a crystalline 
to liquid crystalline transition as suggested by DSC analysis. 

Example 15 - Photoluminescence of Polv(9.9-di-n-hexvlfluorene-2.7'-divl) 

55 [0099] A dilute chloroform solutbn of the polymer prepared in Example 14 was spin-coated onto a quartz plate to 

give a dense, uniform film. Photoluminescence spectrum was obtained by excitation at 381 nm. The light emitted was 
intensely blue: major maximum at 424 nm with minor maxima at 445 and 475 nm. The emission spectrum reported by 
Fukuda consisted of a broad peak centered at 495 nm and a very minor peak at 425 nm. The differences in the emission 
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spectra were consistent with the fact that Fukuda's polymer was substantially different from the polymer of this invention. 
Example 16 - Polv(9.9-dl-(4-t-butvldimethvlsilvloxvDhenvhfluorene-2.7'-d}vh 



10 



[0100] To a reactor was added nickel chloride (27 mg, 0.2 mmole). 2.2'-bipyrldine (34 mg. 0.22 mmole). zinc dust 
(1 .5 g, 23 mmoles) and TPP (2.62 g, 10 mmoles). The reactor was evacuated and filled with argon several times. Dry 
DMAc (30 mL) was added and the contents stirred and heated in a 70°C oil bath for 1 hour to generate the active 
catalyst. 2,7-Dibromo-9,9-di-(4-t-butyfclimethylsilyloxyphenyl)fluorene (7.36 g, 10.0 mmoles) was added and the po- 
lymerization allowed to proceed for 23 hours. The solid mass was slurried with tetrahydrofuran (THF) and the slurry 
filtered to remove inorganic substances. The THF solution was stripped on a rotary evaporator and the residue extracted 
with ether. The ether-insoluble polymer was obtained as a yellow, granular solid and had inherent viscosity of 0.28 dU 
g. Gel perrheation chromatography analysis showed Mw 31 ,120 Daltons and Mn 20,970 Daltons and potydlspersity of 
1 .48. The polymer had the following structure: 
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2S Example 17 - Polv(9.9'di'(4-(2-ethvlhexanovloxv)phenvl)fluoren8-2.7'-divl) 



30 



35 



[0101] A reactor was charged with TPP (2.62 g, 10 mmoles), 2,7-dibromo-9,9-di-(4-(2-ethylhexanoyloxy)phenyl)flu- 
orene (8.9 g. 11.7 mmoles), potassium iodide (0.22 g, 1.3 mmoles), DMAc (29 mL) and toluene (10 mL). Traces of 
moisture were removed as an azeotrope with toluene. The reactor was heated in an oil bath at 70^C and stirred under 
argon, and to it nickel chloride (26 mg, 0.2 mmole) and zinc dust (2.0 g, 30 mmoles) were added. After 20 hours, an 
additional portion of nickel chloride (20 mg) was added and the mixture allowed to react for another 24 hours. The 
solution was filtered to remove inorganic materials and the filtrate mixed with 300 mL of ether. The product was collected 
as bright-yellow granules by filtration and washed with more ether and dried in a vacuum oven at 70" C overnight. The 
polymer had an inherent viscosity of 0.37 dL/g; Mw 36.280 Daltons. Mn 20,700 Daltons. polydispersity of 1.75. The 
structure of the polymer is as follows: 



40 




[0102] A solution of the resulting polymer in THF showed a broad absorption maximum at 389 nm, molar extinction 
coefficient of 50,000 and photolumlnescent peaks at 417, 439, and 473 nm in decreasing intensity. 

so Example 18 - Polv(9.9-dif2-ethvlhexvl)fiuorene-2.7'-dlvn 

[0103] A reactor was charged with 2,7-dibromo-9,9-di(2-ethylhexyl)fluorene (2.75 g, 5 mmoles), zinc dust (0.98 g, 
15 mmoles), a NIC!2-bipyridine complex (21.5 mg, 0.075 mmole), and TPP (0.66 g, 2.5 mmoles). The reactor was 
evacuated and filled with nitrogen several times. N-cyclohexylpyrrolidinone (3 mL) was added and the contents were 
55 stirred under nitrogen in a 80*^0 oil bath. After 22 hours, the oil bath temperature was raised to 90''C and the polym- 
erization was allowed to proceed for a total of 31 hours. The reaction mixture was mixed with chloroform and filtered. 
The filtrate was concentrated and blended with methanol to give a yellow solid. The solid was dissolved in toluene (1 5 
mL) and percolated through a short silica gel column with cyciohexane. The cyclohexane solution was concentrated 
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and blended with methanol to precipitate the polymer as a yellow solid. Inherent viscosity was 0.1 5 dUg. The structure 
of the polymer Is as follows: 



10 




R = 2-ethylhexyl 



[0104] A small piece of the polymer was melted on a microscope slide at 230**C and slowly cooled to room temper- 
as ature while being examined under cross-polarized light. Birefringence emerged at 1 75°C. Heating the same film from 
room temperature revealed a liquid crystal to isotropic transition at 165*^0. 

Example 19 - Copolymer 

20 [0105] To a reactor was added 2,7-dichloro-9.9-di(2-ethylhexyl)fluorene (0.92 g, 2 mmoles), 2.7-dichloro-9,9-di>n- 
hexylfluorene ( 3.2 g, 8 mnrrales), TPP (1.31 g, 5.0 mmoles), NiC^-bipyridine complex (43 mg. O.IS mmole) and zinc 
dust (1 .96 g. 30 mmoles). The reactor was evacuated and filled with nitrogen several times and then to it was added 
DMAc (10 mL). The mixture was stirred at 80*C for 7 hours and at 90'C for 15 hours. The reaction mixture was mixed 
with chloroform and filtered. The filtrate was concentrated and the copolymer precipitated in acetone and dried in a 

25 vacuum oven at 50'C overnight. The structure of the copolymer is as follows: 



30 



3S 



40 



45 




R ^ 2-ethylhexyl 



R' = rvhexyl 



[0106] The copolymer had an inherent viscosity of 0.35 dUg and a Tg at 89°C as measured by DSC. 
Example 20 - Polvf9.9-dlf2-methoxvcarbonvlethvhfluorene-2.7'-divl) 

[0107] A reactor was charged with TPP (2,0 g, 7.67 mmoles), zinc dust (2.02 g. 30.9 mmoles) and nickel bromide 
(0.22 g, 1.0 mmole). The reactor was evacuated and filled with nitrogen several times. To the reactor was added 
dimethylformamide (DMF) (5 mL) and the mixture was stirred at 40**C for 15 minutes. Then a solution of 2,7-dibromo- 
9,9-di(2-methoxycarbonylethyl)fluorene (4.96 g, 10 mnnoles) In DMF (10 mL). previously flushed with nitrogen, was 
added. The polymerization was allowed to proceed for 48 hours at 80*C. The reaction mixture was dissolved In chlo- 
roform and filtered. The chlorofomfi layer was washed with water and dried over anhydrous magnesium sulfate. Upon 
removal of the solvent, a yellow granular solid was obtained with the following structure: 



so 



55 




R = CH2CH2CO2CH3 
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Example 21 - Benzocvclobutene fBCB)<apped oliQo(9.9-di(2-ethvlhexvnfluorene-2.7'-divn 

[0108] A reactor was charged with 2,7-dibromo-9,9-di(2-ethylhexyl)fluorene (1 1 .0 g, 20 mmoles), zinc dust (3.92 g, 
60.0 mmoles), nickei complex (172 mg, 0.6 mmole) and TPP (2.62 g, 10 mmoles). The reactor was evacuated and 

5 filled with nitrogen several times. A solution of 4-bromobenzocyclobutene (Br-BCB) (1.10 g, 6 mmoles) in DMF (20 
mL), previously flushed with nitrogen, was added to the reactor The content was stirred at 75**C under nitrogen for 24 
hours. The reaction mixture was dissolved in 50 mL of toluene and filtered and the filtrate washed with water. The 
toluene solution was stirred at room temperature with 5 mL of 70 percent t-butylhydroperoxide overnight. Excess per- 
oxide was decomposed with aqueous sodium hydrogen sulfite and the toluene solution washed with water and evap- 

10 orated to dryness. The residue was extracted with hexane separating the desired product from triphenylphosphine 
oxide. The hexane solution was percolated through a silica gel column and evaporated to give 5.1 g of the following 
resin: 



75 



20 




[0109] Proton NMR analysis of the product indicated m = 7.4. 

[01 10] A thin film of the material was examined on a hot-stage microscope under cross-polarized light. It was intensely 
2S birefringent, indicating presence of liquid crystallinity. Heating to 150*C brought the disappearance of birefringence, 
which re-emerged upon cooling to room temperature. 

Example 22 - BCB-capped oiigo(9.9-di(2-ethvlhexvl)fluorene-2.7'-divn 

30 [01 11] The experiment described in Example 21 was repeated with 5.55 g (1 0.0 mmoles) of fluorene monomer, 0.54 

g (3 mmoles) of Br-BCB, 1 .91 g (29.2 mmoles) of zinc dust, 79 mg (0.28 mmole) of nickel complex, 1 .31 g (5 mmoles) 
of TPP and 10 mL of DM Ac. The reaction was run at 80'* C for 16.5 hours. The product has the same structure as in 
Example 21 except m = 7.2, as determined by proton NMR. A thin film of the resin was examined on a hot-stage 
microscope under cross-polarized light. The film was birefringent at room temperature, indicative of liquid crystallinity. 
3S Heating the film at 220''C for 30 minutes and 250''C for 1 .5 hours gave an insoluble film, indicating that the BCB groups 
had substantially reacted, giving a crosstinked polymer. 

Example 23 - BCB-capped oltgo(9,9-di(2-ethvlhexvnfluorene-2.7'-divn 

40 [0112] A 250 mL, three-necked, round-bottomed flask was charged with nickel chloride (0.156 g, 12 mmoles), 2.2*- 
bipyridine (0.188 g, 12 mmoles), TPP (5.24 g, 20 mmoles) and zinc dust (7.84 g, 120 mmoles) under nitrogen. 40 mL 
of DMAc was added via a syringe. The gray-colored slurry was stirred and heated at 80^C for 15 minutes when the 
catalyst mixture turned reddish in color. A mixture of 2,7-dibromo-9,9-di(2-ethylhexyl)fluorene (21.94 g, 40 mmoles), 
Br-BCB (2.93 g, 1 6 mmoles), and 30 mL of DMAc was added to the catalyst dropwise over 1 5 minutes and the reaction 

4S mixture was stirred at 80** C overnight 

[0113] The reaction mixture was cooled to room temperature, diluted with 200 mL of hexane and filtered through a 
bed of fitter aid deatomaceous earth, and the filtered aid was washed with hexane (3 x 40 mL). To the filtrate was added 
1 0 mL of a 70 percent t-butylhydroperoxide solution and the resulting mixture was stirred at room temperature overnight 
and filtered through a filter aid. The top hexane layer of the filtrate was recovered, washed with saturated NaCI solution, 

so water and dried over MgS04. The hexane solution was concentrated to 50 mL, cooled at O'^C for a few hours to pre- 
cipitate excess triphenylphosphine oxide, and the filtrate was evaporated to provide a yellow, semi-solid (16 g, 93 
percent yield). The material was found to have a structure similar to that of Example 21 but with m = 5.3. 
[0114] Other properties of the material In the solid state were as follows: liquid crystallinity up to 100**C; strong UV 
absorption (1 max 365 nm); and photoluminescence at 41 9 nm with minor peaks at 447. 473, and 511 nm in decreasing 

^ intensity. A thin film was cured at 200**C for 1 hour, 225'^C for 1 hour and 250'^C for 1 hour. The UV absorptbn of the 
film was essentially the same before and after cure but the major photoluminescent peak has shifted to 512 nm. 
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Example 24 -BCB-capped oligo(9.9'di'n'hexvi)fluorene'2.7'-divn 

[0115] A reactor was charged with 2,7-dichloro-9,9-dl-n-hexylfluorene (8.1 g,20mmoles), Br-BCB(1.1 g,6mmoles), 
nickel complex (172 mg, 0.6 mmole), zinc dust (3.92 g, 60 mnnoles), TPP (2.62 g. 20 mmoles) and 30 nfiL of a 1:4 
mixture of xylene and OMR The reaction was stirred under nitrogen at 80*C. After 1 .6 hours, an additional 10 mL of 
solvent mix was added and stirring was continued for 20 hours. The product mixture was dissolved in chloroform (100 
mL) and filtered. Chloroform was removed under vacuum and the residue stirred with acetone (600 mL). The acetone- 
insoluble solid was isolated by filtration and dried in vacuo at 60°C overnight to give 3.89 g of bright-yellow granules 
which was identified by proton NMR as follows: 



10 



IS 




R = n-hexyl 
m =28.4 
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25 



[0116] A solid film of this materiati showed UV absorption at 382 nm and photoluminescent peal^s at 427, 440, and 
481 nm in decreasing intensity. 

[01 1 7] The acetone solution was concentrated and mixed with ethanol (300 mL). The precipitated solid was isolated 
and dried to give 2.22 g of pale-yellow granules which was identified by proton NMR as follows: 



30 




R = n-hexyl 
m =7.3 



3S 



40 
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SO 



[Oil 8] A soHd film of this material showed UV absorption at 363 nm and photoluminescent peaks at 421 , 442. and 
475 nm in decreasing intensity. 

[0119] Curing the above films as per the procedure of Example 22 did not bring significant shifts in the emission 
wavelengths. DSC analysis of both materials showed the expected exotherms due to crosslinking reactbns of BCB. 

Example 25 - BCB-capped oligo(9,9-di(2-methoxvcarbonvlethvnfluorene-2.7*'diyl) 

[0120] A reactor was charged with 2,7-dibromo-9,9-dl(2-methoxycarbonylethyl)fluorene (9.92 g, 20 mmoles), nickel 
complex (172 mg, 0.6 mmole), zinc dust (2.93 g, 60 mmoles) and TPP 

[01 21] (2.62 g, 10 mmoles). It was evacuated and filled with nitrogen several times. To it was added a solution of Br- 
BCB (1.46 g, 8 mmoles) in DMAc (30 mL). previously flushed with nitrogen for 45 minutes. The mixture was stirred at 
80**C for 20 hours. The reaction product was diluted with chloroform (300 mL) and filtered. The filtrate was concentrated 
and slurried with ethanol (300 mL) to give a fine, light-yellow solid which was filtered and washed with methanol. The 
product was dried in vacuum at 50*^C overnight Proton NIVIR analysis indicated that the structure was as follows: 



55 
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[0122] The resin showed multiple transitions during the first DSC scan from 25' C to 300**C. A re-scan showed a Tg 
of ISl^'C. A solid film of this material showed UV absorption at 368 nm and photoluminescent peak at 431 and 456 
nm of the same intensity, the latter being much broader. Curing the sample according to the procedure of Example 22 
caused a shift of the emission peak to 540 nm. 

IS 

Example 26 - BCB-capped oliqo(9.9-di(2-ethvlhexvl)fluorene-2.7'-divl) 

[01 23] The experiment described in Example 21 was repeated with 37.9 g (60 mmoles) of 2,7-dlbromo-9,9'di(2-ethyl- 
hexyl)fluorene. 11.8 g (180 mmoles) of zinc dust. 4.4 g (24 mmoles) of Br-BCB. 7.8 g (30 mmoles) of TPR 0.52 g (1 .8 

20 mmoles) of nickel complex and 90 mL of DMAc. After 23 hours of reactfon at 80*C, the content of the reactor was 
mixed with toluene and stirred with aqueous HCI to digest the excess zinc. The toluene solution was washed with water 
twice and evaporated to a yellow syrup which was dissolved in hexane (500 mL) and stirred overnight with 50 mL of 
70 percent t-butylhydroperoxide. Excess peroxide was destroyed by stirring with an aqueous solution of sodium hy- 
drogen sulfite and the hexane solution washed with water several times. The yellow oil obtained from evaporation of 

25 the solvent was passed through a short column (2-Inch (5 cm) diameter and 2-inch (5 cm) height) of silica gel. The 
desired product was eluted with several liters of hexane. The combined hexane solution was again evaporated and 
the residue dissolved in 80 mL of toluene. The toluene solution was poured as a thin stream into 1,2 L of stirred 
methanol. The solid cake deposited was collected, dissolved in hexane and the solution dried over anhydrous mag- 
nesium sulfate. The solution was evaporated to leave an oil which was further stripped of volatile components at 90*C, 

30 0.5 mm Hg (66 Pa), yielding 14.8 g of BCB-capped oligomer with the following structure: 



3S 




[0124] A one-gram sample of the material was placed in a round-bottom flask which was alternately evacuated and 
filled with argon several times. The flask was then placed in an oil bath heated to 150'*C and evacuated to 0.3 mm Hg 
(40 Pa) for 30 minutes. After filling the flask with argon, the temperature of the bath was raised to 180°C. The sample 
4S was heated at this temperature for 24 hours and was allowed to cool under argon. DSC analysis showed that 44 percent 
of the BCB groups had reacted during the B-staging process. A xylene solution of the B-staged resin was used to spin- 
coat a quartz disk. The disk was heated in a nitrogen-purged oven from 25'C to 250®C at a ramp rate of 3'*C/mlnute 
and held at 250''C for 1 hour. This provided a highly photoluminescent (blue), smooth, crosslinked film essentially free 
of pin-holes and other defects. 

so 

Example 27 - Hvdroxvphenvl-capped oligo(9.9-di(2-ethvlhexvl)fluorene-2.7'-divn 

[0125] Example 21 was repeated with 1 9 g (30 mmoles) of 2,7-dibromo-9,9-di(2-ethylhexyl)fluorene, 6 g (90 mmoles) 
of zinc dust, 3.45 g (12 mmoles) of 4-bromophenyl-t-butyldimethylsilyl ether, 3.9 g (15 mmoles) of TPR 0.26 g (0.9 
55 mnrx>le) of nickel complex and 50 mL of DMAc. The reaction was allowed to proceed at 80*C for 21 hours. The reaction 
mixture was diluted with toluene (200 mL) and filtered through a filter aid to remove unreacted zinc. The filtrate was 
removed of toluene on a rotary evaporator and the residue shaken with water and extracted with hexane. The hexane 
sotutk>n was filtered through a filter aid again and the filtrate stirred with 15 mL of 70 percent t-butylhydroperoxide 
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overnight. Excess peroxide was decomposed with aqueous sodium hydrogen sulfite and the solutbn washed repeat- 
edly with water. Triphenylphosphine oxide was removed by filtration and the hexane solution was dried over anhydrous 
magnesium sulfate. Evaporation of hexane and further stripping of volatiles at 0,5 mm Hg (66 Pa). 1 20*C, 1 hour, gave 
a semi-solid. This was dissolved in toluene (60 mL) and the toluene solution poured as a thin stream into methanol. 
5 The semi-solid precipitated cake was dissolved in hexane. The hexane solution yielded 10.0 g of strongly photolumi- 
nescent (blue) semi-solid after drying and stripping. The NMR spectrum of this material is consistent with the expected 
structure as follows: 



10 



IS 




20 [0126] The above material was refluxed with a solution of tetrahydroturan (1 00 mL) and concentrated HCI (5 mL) for 
6 hours to effect desilylation. The NMR spectrum of the product was consistent with the expected structure as follows. 



30 




Example 28 - Cvanatophenvl-capped oliqo(9.9-di(2-ethvlhexvnfiuorene-2.7'>divl) 

3S [0127] The phenolic material from Example 27 (6.5 g) was dissolved in methylene chloride (76 mL) and mixed with 
2.5 g of cyanogen bromide in a reactor. The resulting solutien was cooled to -20''C and to It was added a solution of 
3 mL triethylamine and 10 mL methylene chloride over a period of 3 minutes. The mixture was stirred at -10°C for 1 
hour and was then washed with dilute HCI. water and dried over anhydrous magnesium sulfate. Removal of solvent 
gave 6.5 g of light-brown oil showing the expected infrared absorption bands (2200 to 2300 cm^) for cyanate groups 

40 and no absorption band for phenolic groups. The oil was further purified by passage through a short silica gel column 
to give a strongly photoluminescent (blue), yellow semi-solid. The NMR and infrared spectra of the material are con- 
sistent with the following structure: 



4S 



so 



NCO 




R = 2-ethylhexyl 
m = 7.5 



OCN 



ss 



Example 29 - Polymerization of 2.7-dichloro-9-benzvtidenvlfluorene 

[0128] To a dry reactor equipped with a mechanical stirrer, rubber septa, and an inlet connected to a vacuum and 
nitrogen manifold was added TPP (2.00 g, 8 mmoles), zinc dust (3.02 g, 31 mmoles), and nickel complex (0.26 g, 1 
mmole). The reactor was evacuated and purged with nitrogen 7 times and was heated to 40'C. 1 -Methyl-2-pyrrolidinone 
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(NMP) (1 0 mL) was added via a syringe. The reaction mixture was stirred at approximately 250 rpm. After a few minutes, 
the solution turned to a reddish-brown color. To the reaction mixture was added a solution of 2.7-dlchloro-9-benzylide- 
nylfluorene (3.23 g, 10 mmoles) in NMP (7.0 mL). The reaction was stirred at 80*C for 48 hours. 
[0129] The reaction mixture was poured into acetone (300 mL) to precipitate the polymer. The orange-gray precipitate 
was collected and washed with acetone (2 x 100 mL). After drying in air, the solid was crushed to a powder and the 
powder was stowly added to 250 mL of 3N HCI. The mixture was stirred for 3 hours, at which point the precipitate was 
a bright-orange color. The solid was collected, washed with water (3x 100 mL) then air-dried overnight. The solid was 
then dried in a vacuum oven at 60"C overnight to afford 2.46 g (98 percent yield) of an orange powder. Based on the 
yield and spectral data, the structure of the polymer was as follows: 




[01 30] A film of the polymer, cast onto a quartz disk from a chloroform solution, showed a strong UV absorption band 
centered at 368 nm and a broad photoluminescent band centered at 571 nm. 

2S Example 30 - Copolvmerization (1:1) of 2.7-dichloro-9-benzvlidenvlfluorene and 2.7-dichloro-9.9-di-n-hexvlfluorene 

[0131] The procedure of Example 29 was repeated with 1.62 g (5 mmoles) of 2.7-dichloro-9-benzylidenymuorene 
and 2.02 g (5 mmoles) 2,7-dichloro-9,9-di-n-hexylfluorene in DMAc (1 5,0 mL). The reaction mixture was stirred at 80*C 
for 48 hours. The reaction mixture was added to methylene chloride (200 mL) and the resulting solution was filtered 

30 through a plug of filter aid to remove the unreacted zinc. The filtered solution, after concentration, was slowly added 
to acetone (300 mL) to precipitate the product. The bright-yellow precipitate was collected and washed with acetone 
(3 X 50 mL) and dried to give 1 .79 g of 1 :1 copolymer whose structure could be alternating as shown below or could 
consist of blocks of the two monomeric units. A film, cast on a quartz disk from a chloroform solution, showed a strong 
UV absorption band centered at 370 nm and photoluminescent bands centered at 417 and 551 nm. This copolymer is 

35 represented by the following structure: 
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Example 31 - Copolvmerization (1:4) of 2.7-dichloro-9-benzvlidenvlfluorene and 2.7'-dichloro-9.9-di-n-hexvlfluorene 

[0132] Example 30 was repeated with 0,65 g (2 mmoles) of 2.7-dichloro-9-benzylidenyifluorene and 3.23 g (8 
mmoles) of 2,7'-dichloro-9,9-di-n-hexylfluorene in NMP (1 5 mL). The reaction mixture was stirred at 80"C for 48 hours 
and was then added to methylene chloride (200 mL). The methylene chtoride solution was filtered through a plug of 
filter aid to remove the zinc. The filtered solution, after concentration, was slowly added to acetone (200 mL) to give 
1 .0 g of yellow polymer. The acetone solutton was concentrated and slowly added to ethanol (200 mL) to precipitate 
an additional portion of polymeric product (1.3 g). Based on the yield and spectral data, the structure of the polymer 
is as follows: 
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[01 33] A ttlm. cast on a quartz disk from a chloroform solution, showed a strong UV absorption band centered at 370 
nm and photolumlnescent bands centered at 470 and 522 nm. 

75 Example 32 - Polymerization of 2.7-dichloro-9-(3.5.5-trimethvlhexvlidenvnfluorene 

[0134] The procedure of Example 29 was repeated with 4.5 g (10 mmoles) of 2,7-dichloro-9-(3,5,5-trimethylhexyli- 
denyOfluorene In DMF (15 mL). The reaction mixture was stirred at SO'C for 28 hours. The reaction mixture was added 
to acetone (200 mL) to precipitate the product. The precipitate was collected, air-dried, crushed to a powder, then 
20 added to an aqueous solution of 3N HCI (300 mL). The mixture was stirred for 3 hours to dissolve the zinc metal. The 
bright, yellow-orange precipitate was collected, washed with methanol (3 x 100 mL), acetone (3 x 100 mL) and dried 
to give 2.5 g of product. The product was soluble in hot 1 ,2-dichlorobenzene. The melting point was 306*C. 



2S 
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Example 33 - Polymerization of 2.7-dichloro-9-(5-norbornenvlid-2-ene)fluorene 

[0135] The procedure of Example 29 was repeated with 4.3 g (1 0 mmoles) of 2,7-dichloro-9-(5-norbornenyIid-2-ene) 
fluorene in DMF (20 mL). The reaction mixture was stirred at 80°C for 26 hours. The reaction mixture was added to 
acetone (200 mL) to precipitate the product. The precipitate was collected, air dried, crushed to a powder, then added 
to an aqueous solution of 3N HCI (300 mL). The mixture was stirred for 3 hours to dissolve the zinc metal. The precipitate 
was collected, washed with methanol (3 x 100 mL), acetone (3 x 100 mL) and dried to give 3.0 g of product. 



Claims 

35 1. A compound of the formula: 



40 
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CHR3 



45 



SO 



55 



wherein: 

E is independently in each occurrence hydrogen, halogen, aryl or aryl substituted with a reactive group capable 
of undergoing chain extension or crosslinking or a trialkylsiloxy moiety; 

is independently in each occurrence C1.20 hydrocarbyl or C^.go hydrocarbyl containing one or more heter- 
oatoms selected from S, N, O, P and Si; C4.16 hydrocarbyl carbonyloxy. or (C9.16 aryOtrialkylsiloxy. or both 
may form, with the 9-carbon of the fluorene ring, a C5.20 ring structure or a C4.20 ring structure containing one 
or more heteroatoms selected from S, N and O; 

R2 is independently in each occurrence C1.20 hydrocarbyl. C1.20 hydrocarbyloxy. C^ao ^^i^o®^^®^, Ci.2ohydro- 
carbyloxycarbonyl, C1.20 hydrocarbylcarbonyloxy, cyano, thiocyano, C6.12 thioaryl. C1.20 alkylthio or hydroxy; 
R3 is independently in each occurrence 0^.20 hydrocarbyl or C^.go hydrocarbyl substituted with di(Ci.2o alkyi) 
amino, C1.20 hydrocarbyloxy. \t\{C^,^o alkyl)siloxy or C1.20 hydrocarbyl; 
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a is independently in each occurrence 0 or 1 ; and 

m and n are 0 or non-negative numbers and the sum of n and m is at least 1 

wherein the polymers have a polydispersity of less than 5. 

2. A compound of Claim 1 , wherein m Is 1 and n is 0. 

3. A compound of Claim 1 . wherein m Is 0 and n is 1 . 

4. A compound of Claim 1 , wherein the sum ot n and m is greater than 1 . 

5. A compound of Claim 4,, wherein the sum of n and m Is at least 10. 

6. A compound of Claim 5, wherein m is a number of 1 or greater and n is 0 or a number of 1 or greater. 

7. A compound of any one of Claims 3 to 6. wherein m is a number of 1 to 100 and n is 0 or a number of 1 to 100. 

8. A compound of any one of Claims 1 to 7, wherein E is independently in each occurrence an aryl; an aryl substituted 
with a hydroxy, a glycidyl ether, acrylate ester, methacrylate ester, ethenyl, ethynyl, maleimide, nadimide, trialkyl- 
slloxy, trifluorovinyl ether moiety; or a benzocyclobutene. 

9. A compound of Claim 8. wherein E Is halogen, cyanato, aryl or aryl substituted with a reactive group capable of 
undergoing chain extension or crosslinking or a trialkylsiloxy moiety. 

10. A compound of Claim 9, wherein E is aryl or aryl substituted with a reactive group capable of undergoing chain 
extension or crosslinking or a trialkylsiloxy. 

11. A compound of Claim 10, wherein E is a phenolic, a cyanato-substituted phenyl or a benzocyclobutene moiety. 

12. A compound ot Claim 10, wherein E Is an aryl moiety having an acrylate or methacrylate ester reactive group 
corresponding to the formula 



wherein: 

R5 is independently in each occurrence hydrogen or C^^ alkyi; 

r6 Is Independently in each occurrence hydrogen, C1.20 hydrocarbyl; or C^ao hydrocarbyloxy and 
R7 Is Independently in each occurrence hydrogen, C,.2o hydrocarbyl or C^.go hydrocarbyloxy. 

13. A compound as claimed In Claim 11 . wherein E Is a benzocyclobutene moiety corresponding to the formula 



O 
I 

-OCC(R5)-CHR« 



or an ethenyl moiety corresponding to the formula 



-C(R^)=C(R^)H 



(R*)c 
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wherein 



js independently in each occurrence C^.go alkyl. Ci .20 alkoxy. C1.20 alkyKhio, C6.20 aryl. Cg.ao aryloxy, C6.20 
arylthio. C7.20 aralkoxy. C7.20 alkaryloxy, C7.20 alkarylthio, C7.20 aralkyl. C7.20 aralkylthio. cyano. carboxylate. 
^1-20 hydrocarbylcarbonyloxy. hydrocarbylsulfinyl, hydrocarbylsulfonyl, amino or C^.go dialkylami- 
no; 

R9 is independently in each occurrence cyano. carboxylate, C1.20 hydrocarbylcarbonyloxy, nitro. halo. 0^.20 
hydrocarbylsulfonyl, C1.20 hydrocarbylsulfinyl, C1.20 alkyi, amido, or C1.20 hydrocarbyloxy; 
c Is independently in each occurrence 0 or an integer of 1 to 3; and 
e is independently in each occurrence 0, or 1. 

14. A compound of Claim 1 which is a substituted fluorene according to Formula 1:. 




(I) 



wherein: 



Ri, R2, and a are as defined in Claim 1 and 
X is a halogen moiety. 



15. A compound according to Claim 3 which is a substituted fluorene according to Formula II, 



X 




X 



(II) 



wherein: 



R2» r3 and a are as defined in Claim 1 ; and 

X is independently in each occurrence a halogen moiety. 



16. A compound according to Claim 15 which is a substituted fluorene according to Formula 111, 




X 



(III) 



wherein: 
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R2 and a are as defined in Claim 1 ; 

is independently in each occurrence di(Ci.20 aIkyl)amino. C1.20 hydrocarbyloxy. tri(Ci.io alkyl)sitoxy or 
C1.20 hydrocarbyl; and 
b is 0 or a number of from 1 to 3. 

17. A compound according to any one of Claims 4 to 1 3 which is an oligomer or polymer according to Formula IX, 



E 




wherein: 

, R2, and a are as defined in Claim 1 ; 
E is as defined in any one of Claims 6 to 11 ; and 
m is greater than 1 . 

18. A compound according to any one of Claims 4 to 13 which is an oligomer or polymer according to Formula X. 



E 




wherein: 

r2, r3, and a are as defined in Claim 1; 

E is as defined in any one of Claims 8 to 13; and 

n is greater than 1 . 

19, A compound according to Claim 18 which is an oligomer or polymer according to Formula XI, 




R2 and a are as defined In Claim 1 ; 

R^ is as defined in Claim 16; 

E is as defined in any one of Claims 8 to 13; 



30 



EP 0 842 208 B1 

b is independently 0 or a number of from 1 to 3; and 
nis greater thanl. 

20. A compound according to any one of Claims 4 to 13 which is an oligomer or polymer according to Formula V, 




wherein: 

, R2, and a are as defined in Claim 1 ; 
E is as defined in any one of Claims 8 to 13; 

is as defined in Claim 16; 
m and n are each at least 1 ; and 

b is independently in each occurrence 0 or a number of from 1 to 3. 

21. A compound according to any one of Claims 1 to 14, 17 and 20. wherein R^ is a'M. Oq.^o ary' O"" al'^'- 
substituted aryl, C4.16 hydrocarbyl carboxylate or (C9.-,6 aryI)trialkylsiloxy. 

22. A compound according to any one of Claims 1 to 1 4 J 7 and 20, wherein both Ri form a C5.20 straight- or branched- 
ring structure or a C4.20 straight- or branched-chain ring structure containing one or more heteroatoms selected 
from S, N and O. 

23. A compound according to Claim 22. wherein both R^ form a C5.10 aliphatic ring or a C4.10 aliphatk; ring containing 
one or more heteroatoms selected from S and O. 

24. Acompound according to Claim 23. wherein both. R^ form a C5.10 cycloalkyi or C4.10 cycloalkyi containing oxygen. 

25. A compound according to any one of the preceding claims, wherein R2 is Ci.ia alky'. 0^^o afV' or alkyl-substituted 
aryl. C^.^galkoxy, Ci.i2aikoxycarbonyl, C6.10 a^'o^^arbonyl or alkyl-substituted aryloxycarbonyl. Ci.i2a'*<ylcar- 
bonyloxy. C^-io arylcarbonyloxy or alkyl-substituted arylcarbonyloxy. C^^q arytoxy or alkyl-substituted aiyloxy. cy- 
ano, thiocyano. C6.^2 thioaryl, C1.20 a^ky'thio, or hydroxy. 

26. A substituted fluorene compound according to Claim 25. wherein R2 is C^^ alkoxy. phenoxy, C^^ alkyi, phenyl or 
cyano. 

27. A compound according to any one of Claims 1 to 1 3, 1 5, 1 8. 25. and 26. wherein R^ is a hydrocarbyl selected from 
C1.20 straight- or branched-chain aliphatlcs, C3.20 straight- or branched-chain aliphatics containing one or more 
cycloaliphatic rings, C6.20 afV's. and C7.20 alkyl-substituted aryls wherein the hydrocarbyl optronally is substituted 
with or more substituents selected from di(Ci.2o alkyl)amino, hydrocarbyloxy. hydrocarbyl and tri(Ci.io 
alkyl)siloxy. 

28. A compound according to Claim 27, wherein R^ is a Ci.go straight- or branched-chain aliphatic, a C3.20 straight- 
or branched-chain aliphatic containing one or more cycloaliphatic rings or a phenyl moiety and such moiety may 
optionally be substituted with a di(Ci.2o alkyO amino, hydrocarbyl, tri (C^.^o alkyO siloxy or C1.20 hydrocarb- 
yloxy moiety. 

29. A compound according to Claim 28, wherein R^ is a C^^^o aliphatic, a C^^q aliphatic containing one or more cy- 
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cloaliphatic moieties, phenyl or phenyl substituted with di(Ci.i2 alkyl)amino. C^io a'koxy, C6.io aryloxy or alkyl- 
substituted aryloxy. Cvio a'^V' ^^^o alkyl-substituted aryl or tri (C,^ alkyi)sjloxy. 

30. A compound according to Claim 29, wherein is phenyl or phenyl substituted with di(Ci^ alkyl)amino. C^.^o 
aikoxy or C^.^q alkyl. 

31 . A compound according to any one of Claims 18. 1 9, and 20 to 26, wherein FP* is di(Ci.i2 alkyl)amino, C^io aikoxy. 
Ce-io afy'oxy or alkyl-substituted aryloxy, tri(Ci^ alkyl)siloxy, C^io alkyl. or Cg.io aryl or alkyl-substituted aryl. 

32. A compound according to Claim 31 , wherein R» is di(Ci^ alkyl)amino, C^.-jo aikoxy or Ci.^o alkyl. 

33. A compound according to Claim 31, wherein is C^.^q alkyl. C^^o aryl or Cy.,© alkyl aryl. 

34. A compound according to any one of Claims 1 9 to 26, and 31 to 33, wherein b is 1 . 

35. A compound according to any one of Claims 1 to 14 and 17 to 34 which has a weight average molecular weights 
of 10,000 or greater and polydispersities of 3.0 or less. 

36. A substituted fluorene compound according to any one of Claims 1 to 35, wherein a is 0. 

37. A polymer based on a compound as defined in any one of Claims 1 to 34. 

38. A polymer according to Claim 37, obtainable by converting said compound to the corresponding diboronic acid by 
reacting a 2,7-dilithio- or 2,7-diGrignard derivative thereof with a trialkyi borate and reacting the resultant diboronic 
acid with a 2.7-dihaloflourene in the presence of a catalytic amount of tetrakistriphenylphosphine palladium and 
an aqueous base at 70'*C or higher for 10 to 100 hours in an inert solvent. 

39. A process for preparing a 9-substituted fluorene oligomer or polymer which comprises contacting one or more 
2,7-dihalo-9-substituted fluorenes with a haloaromatic compound in the presence of a catalysts for the de-halogen- 
coupling of aryl haiides. 

40. A process for preparing a 9-substltuted fluorene oligomer or polymer which comprises contacting one or more 
2,7-dihalo-9-substituted fluorenes and optionally one or more haloaromatic compounds, in the presence of a cat- 
alytic amount of a divalent nickel salt, at least a stoichiometric amount of zinc powder, a trihydrocarbylphosphine 
in a polar solvent and an optional co-solvent comprising an aromatic hydrocarbon or ether under reaction conditions 
sufficient to form the corresponding 9-substituted fluorene oligomer or polymer. 

41 . A process according to Claim 39 or Claim 40, wherein the 2.7-dihato-9-substituted fluorene corresponds to the 
following formula, 




wherein: 

Ri, R2, r3, a. m, and n are as defined in Claim 1 ; and 
X is a habgen moiety. 

42. A process according to Claim 40. wherein the 2,7-dihalo-9-substituted fluorene is as defined in any one of Claims 
12 to 14. 19 to 32 and 34. 
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43. A process of any one of Claims 39 to 42, wherein the haloaromatic compound is of the Formula X-Ar wherein X 
is halogen and Ar independently in each occurrence an aryl or atyl substituted with a moiety capable of cross- 
linking or chain extension or a trial ky Is iloxy moiety. 

5 44. A process of Claim 43, wherein Ar is aryl or aryl substituted with a hydroxy, a glycidyl ether, acrylate ester, meth- 
acrylate ester, ethenyl, ethynyl, maleimide, nadimide or trifiuorovinyl ether moiety or a benzocyclobutene. 

45. A process of Claim 44, wherein Ar is an aryl group substituted with an acrylate or methacrylate ester corresponding 
to the formula 

10 

O 

u 

-0CC(R5) = CHR« 

IS 



or an ethenyl moiety corresponding to the formula 

20 7 7 

-C(R )=C(R')H 

wherein: 

25 R5 is Independently in each occurrence hydrogen or 0^.4 alkyi; 

R6 is independently in each occurrence hydrogen, C1.20 hydrocarbyl or hydrocarbyloxy; 
R7 is independently in each occurrence hydrogen. C^.go hydrocarbyl or C^.^o hydrocarbyloxy. 

46. A process of Claim 45, wherein Ar is an aryl group substituted by a benzocyclobutene corresponding to the formula, 

30 



(R')c <R'). 
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40 wherein 

RS is independently in each occurrence C^.go alkyI, C1.20 alkoxy. C1.20 alkylthio, C6.20 sfV^. ^6-20 aryloxy, Cg-go 
arylthio, C7.20 aralkoxy, C7.20 alkaryloxy. C7.20 alkarylthio, C7.20 aralkyl. C7.20 aralkylthio. cyano. carboxylate, 
C1.20 hydrocarbylcarbonyloxy, C^.go hydrocarbylsulfonyl, hydrocarbylsulfinyl. amino or C1.20 dialkylamino; 
45 r9 is independently in each occurrence cyano, carboxylate. C1.20 hydrocarbylcarbonyloxy, nitro, halo, C^.20 

hydrocarbylsulfonyl, hydrocarbylsulfinyl, Ci.2oalkyl, amidoor C1.20 hydrocarbytoxy; 
b is independently in each occurrence 0 or an integer of 1 to 3; 
c is independently in each occurrence 0 or an integer of 1 to 3; and 
e is independently in each occurrence 0 or 1 . 

so 

47. A process of any one of Claims 39 to46. wherein the mole ratio of 2.7-dihalo-9-substituted fluorene to haloarorratic 
compound is from 0.5: 1 to 50: 1 . 

48. A process of Claim 47, wherein the process is conducted in the presence of a divalent nickel salt present in an 
BS amount of from 0.01 to 20 mole percent based on the amount of haloaromatic compound and 2,7-dihalofluorene. 

zinc powder present in an amount of 100 mole percent to 300 mole percent based on the haloaromatic compound 
and 2,7-dihalofluorene, triarylphosphine present in an amount of from 10 to 50 mole percent based on the haloar- 
omatic compound and 2,7-dihalofluorene and a compound capable of accelerating the reaction present in an 
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amount from 1 00 to 1 50 mole percent based on the divalent salt. 

49. A 9-substituted fluorene polymer obtainable by a process as defined In Claim 39. 

50. A film of an oligomer or polymer as defined in any one of Claims 4 to 1 3, 17 to 38 and 49 

51. A coating of an oligomer or polymer as defined in any one of Claims 4 to 13. 17 to 38 and 49 

52. A polymeric light-emitting diode comprising a film or coating as defined in Claim 50 or Claim 51. 

Patentanspruche 

1 . Vert3indung der Formel: 



E 




worin: 

E unabhangig voneinander bei jedem Auttreten Wasserstoff, Halogen, Aryl oder Aryl, das mit einer reaktiven 
Gruppe substituiert ist, die fahig ist. Kettenverlangerung Oder Vernetzung zu durchlaufen. Oder eine Trialkylsi- 
loxyeinheit ist, 

Ri unabhangig voneinander bei jedem Auftreten Ci.ao-^yc^rocarbyl oder Ci.gQ-Hydrocarbyl mit einem oder 
mehreren Heteroatomen, ausgewahit aus S. N, 0. P und Si, C4.i6-Hydrocarbylcarbonyloxy oder (C9.ie-Aryl) 
trialkylsiloxy ist, oder beide mit dem 9-Kohlenstoff am Fluorenring eine C5.2o-Ringstruktur oder eine C4.20- 
Ringstruktur bllden konnen, die eine^xler mehrere Heteroatome ausgewahit aus S, N und 0 enthalt, 
R2 unabhangig voneinander bei jedem Auftreten Ci.20-Hydrocarbyl. Ci.2o-Hydrocarbyloxy. C^.go-Thioether. 
Ci.2o-Hydrocarbyloxycarbonyi. Ci.go-Hydrocarbylcarbonyloxy. Cyano. Thiocyano. C6.i2-Thioaryl. Ci.go'AI- 
kylthio Oder Hydroxy ist, 

R3 unabhangig voneinander bei jedem Auftreten Ci.go-Hydrocarbyl oder Ci.go-Hydrocarbyl, substituiert mit 
Di(C^.2o-alkyl)amino, Ci.gQ-Hydrocarbyloxy, Tri(Ci.^o-a"<yl)siloxy oder Ci.2o-Hydrocarbyl ist, 
a unabhangig voneinander bei jedem Auftreten 0 oder 1 ist und 

m und n null oder nicht-negative Zahlen sind und die Summe von n und m mindestens 1 betragt, 
wobei die Polymere eine Polydispersitat von weniger als 5 aufweisen. 

2. Verbindung nach Anspruch 1 , worin m gleich 1 und n gleich 0 ist. 

3. Verbindung nach Anspruch 1 , worin m gleich 0 und n gleich 1 ist. 

4. Verbindung nach Anspruch 1 , worin die Summe von n und m groBer als 1 ist. 

5. Verbindung nach Anspruch 4, worin die Summe von n und m mindestens 10 ist. 

6. Verbindung nach Anspruch 5, worin m die Zahl 1 oder grofler ist und n gleich 0 oder eine Zahl von 1 oder groBer Ist. 

7. Verbindung nach einem der AnsprOche 3 bis 6, worin m eine Zahl von 1 bis 100 ist und n gleich 0 oder eine Zahl 
von 1 bis 100 Ist. 
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8. Verbindung nach einem der Anspruche 1 bis 7, worin E unabhangig voneinander bei jedem Auttreten ein Aryl. ein 
Aryl, das mit einer Hydroxy-, einer Glycidytether-, Acrylatester-. Methacrylatester-, Elhenyl-, Ethinyl-, Maleimid-, 
Nadimid-. Trialkylsiloxy-, Trifluorvinylethereinheit substituiert ist, oder ein Benzocyclobuten ist. 

9. Verbindung nach Anspruch 8, worin E Halogen. Cyanato, Aryl oder Aryl, das mit einer reaktiven Gruppe, die fahig 
ist, Kettenverlangerung oder Vemetzung zu durchlaufen. substituiert ist. oder eine Trialkylsiloxyeinheit ist. 

10. Verbindung nach Anspruch 9, worin E Aryl oder Aryl, das mit einer reaktiven Gruppe, die fahig ist, Kettenverlan- 
gerung Oder Vernetzung zu durchlaufen, substituiert ist, oder eine Trialkylsiloxyeinheit ist. 

11. Verbindung nach Anspruch 10, worin E eine Phenyleinheit, eine cyanatosubstltuierte Phenyleinheit oder eine Ben- 
zocyclobuteneinheit ist. 

12. Verbindung nach Anspruch 10, worin E eine Aryleinheit mit einer reaktiven Acrylat- oder Methacrylatestergruppe 
entsprechend der Fomnel 

O 

II 

-OCC(R5)-=CHR6 



Oder eine Ethenyleinheit entsprechend der Fomiel 

.G(rVc(R^)H 

ist, worin: 

RS unabhangig voneinander bei jedem Auftreten Wasserstoff oder C^^-Alkyl Ist. 

R6 unabhangig voneinander bei jedem Auftreten Wasserstoff, C,.2o-Hydrocarbyl oder C^.go-Hydrocarbyloxy 
istund 

R7 unabhangig voneinander bei jedem Auftreten Wasserstoff. C,.2o-Hydrocarbyl Oder C^.gQ-Hydrocarbytoxy 
ist. 

13. Verbindung nach Anspruch 11, worin E eine Benzocyclobtiteneinheit entsprechend der Formel 



(R^)c 



(R^)e 



ist, worin 

RS unabhangig voneinander bei jedem Auftreten Ci.gQ-Alkyl. Ci.2o*Alkoxy, Ci.gQ-Alkylthio, Ce.2o*Aryl. C6.20- 
Aryloxy. C6.2o-Arylthio, Cy.ao-Aralkoxy. Cy.gQ-Alkaryloxy, C7.2o-Alkarylthio, Cy.gQ-Aralkyl, Cy.go-Aralkylthio. Cy- 
ano. Carboxylat, C^.g^Hydrocarbylcarbonytoxy, C,.2o-Hydrocarbylsulfinyl, Ci.2o-Hydrocarbylsulfonyl. Amino 
Oder Ci.2o-Dialkylamino ist. 

R9 unabhangig voneinander bei jedem Auftreten Cyano, Carboxylat, Ci.gQ-Hydrocarbylcarbonyloxy. Nitro, Ha- 
logen. Ci.20-Hydrocarbylsulfonyl, C,.2o-Hydrocarbylsutfinyl. C^.a^Alkyl, Amidooder Ci.go-Hydrocarbyloxy ist. 
c unabhangig voneinander bei jedem Auftreten 0 oder eine ganze Zahl von 1 bis 3 ist und 
e unabhangig voneinander bei jedem Auftreten 0 oder 1 ist. 

14. Verbindung nach Anspruch 1, die ein substituiertes Fluren gema3 der Formel t: 
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(I) 



ist, worin: 



Ri, R2 und wie in Anspruch 1 definiert sind und 
X eine Halogengruppe ist. 

15. Verbindung nach Anspruch 3, die ein substituiertes Fluren gemaB der Formel II; 



(11) 




CHR3 



ist, worin: 



R2, r3 und a wie in Anspruch 1 definiert sind und 

X unabhangig voneinander bei jedem Auftreten eine Halogengruppe ist. 

16. Verbindung nach Anspruch 15, die ein substituiertes Fluren gemaB der Formel ill, 




(III) 



ist. worin: 



R2 und a wie in Anspruch 1 definiert sind, 

R4 unabhangig voneinander bei jedem Auftreten Di(Ci.2o-alkyl)amino. Ci.go-Hydrocarbyloxy, Tri(C,.io-alkyl) 

siloxy Oder Ci.2o-Hydrocarbyl ist und 

b gleich 0 oder eine ganze Zahl von 1 bis 3 ist. 

17. Verbindung nach einem der AnsprOche 4 to 13, die ein Oligomer oder Polymer gemaB der Formel IX, 
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E 




ist, worin: 

R2, und a wie in Anspruch 1 definiert sind, 
E wie in einem der Anspruche 6 bis 11 definiert ist und 
m groBer als 1 ist. 

18. Verbindung nach einem der Anspruche 4 bis 13, die ein Oligomer Oder Polymer gema3 der Formel X, 



E 




ist, worin: 

r2, r3, und a wie in Anspruch 1 definiert sind, 

E wie in einem der AnsprOche 8 bis 1 3 definiert ist und 

n gr63er als 1 ist. 

19. Verbindung nach Anspruch 18, die ein Oligomer oder Polymer gemaB der Formel XI, 



E 




ist, worin: 

R2 und a wie in Anspruch 1 definiert sind 

R^ wie in Anspruch 16 definiert ist. 

E wie in einem der Anspruche 8 bis 1 3 definiert ist, 

b unabhangig voneinander 0 oder eine ganze Zahl von 1 bis 3 ist und 

n groRer als 1 Ist. 

20. Verbindung nach einem der AnsprOche 4 bis 13, die ein Oligomer oder Polymer gema8 der Formel V, 
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ist, worin: 

R\ R2, und a wie in Anspruch 1 definiert sind, 
E wie in einem der Anspruche 8 bis 1 3 definiert 1st, 

wie in Ansprucli 1 6 definiert ist. 
m und n jeweils mindestens 1 sind und 

b unabhangig voneinander bei jedem Auftreten 0 Oder eine Zahl von 1 bis 3 ist. 

21. Verbindung nach einem der Anspruche 1 bis 14, 17 und 20, worin R1 Ci.ia-AlkyI, Cg-io-Aryl Oder alky Isubstltuiertes 
. Aryl, C4.i6-Hydrocarbylcarboxylat Oder (C9.i6-Aryl)trialkylslloxy ist. 

22. Verbindung nach einem der Anspruche 1 bis 1 4. 1 7 und 20. worin beide eine C5.2o-geradkettige oder verzweigte 
Ringstruktur Oder eine 04.20-9© ^adkettige oder verzweigte Ringstruktur mit einem Oder mehreren Heteroatomen 
ausgewahit aus S, N und 0 bilden. 

23. Verbindung nach Anspruch 22, worin beide R^ einen C5.io-aiiphatischen Ring oder einen C4.io-aliphatischen Ring 
mit einem oder mehreren Heteroatomen ausgewahit aus S und 0 bilden 

24. Verbindung nach Anspruch 23. worin beide R1 ein C6.io-Cycloalkyl oder sauerstoff haltiges C4.1 Q-Cycloalkyl bilden. 

25. Verbindung nach einem der vorstehenden AnsprOche, werin R2 2" Alkyl. Cg.^ q- Aryl oder alkylsubstituiertes Aryl. 
Ci.i2-Alkoxy. Ci.i2-Alkoxycarbonyl, Ce-io-Aryloxycarbonyl oder alkylsubstituiertes Aryloxycarbonyl, C^.^a'Alkyl- 
carbonyloxy, Cg.! q- Arylcarbonyloxy oder alkylsubstituiertes Arytearbonyloxy. C6.ip-Aryloxy oder alkylsubstituiertes 
Aryloxy, Cyano, Thiocyano, C6.i2-Thioaryl, C^, go-Alky Ithio oder Hydroxy ist. 

26. Substituierte Flurenverbindung nach Anspruch 25. worin R2 C^^-Alkoxy. Phenoxy. C^^-Alkyl, Phenyl oder Cyano 
ist. 

27. Verbindung nach einem der Anspruche 1 bis 13, 15, 18. 25 und 26. worin R^ ein Kohlenwasserstoffrest ist, aus- 
gewahit aus Ci.2o-9Q''adkettigen oder verzweigten aliphatischen Resten, Ca.go-geJ'adkettigen oder verzwelgten 
aliphatischen Resten mit einem oder mehreren cycloaliphatischen Ringen, C6.2o-Arylgruppen und Cy.go-a^ky'-sub- 
stituierten Arylgruppen ist, wobei der Kohlenwasserstoff rest mit einem oder mehreren Substituenten ausgewahit 
aus Di(Ci.2o-alkyl)amino. C^ao-Hydrocarbyloxy, Ci.gQ-Hydrocarbyl und Tri(Ci.,o-alkyl)sitoxy Ist. 

28. Verbindung nach Anspmch 27. worin R^ ein C^.2o-geTa6ke\\\ger oder verzweigter aliphatischer Rest ist. ein C3.20- 
geradkettiger oder verzweigter aliphatischer Rest mit einem oder mehreren cycloaliphatischen Ringen oder eine 
Phenylgruppe und solch eine Phenylgruppe fakultativ mit einer Di(Ci,2o-a'kyOannino-, Ci.ao'Hyd'^ocarbyl-. C1.20- 
Hydrocarbyl-. Tri(Ci.io-alkyl)siloxy- oder Ci.go-Hydrocarbyloxyeinheit substituiert sein kann. 

29. Verbindung nach Anspruch 28, worin R^ ein Ca^iQ-aliphatischer Rest, ein Ca.^Q-a'iP^atischer Rest mit einer oder 
mehreren cycloaliphatischen Einheiten. Phenyl oder Phenyl, das mit Di(Ci.i2-alkyOan^ino, Ci.io'Alkoxy, Cg.iQ- 
Aryloxy Oder alkylsubstituiertem Aryloxy, Ci.io-AlkyI oder Ce.io*Aryl oder alkylsubstituiertem Aryl oder Tri(Ci^- 
alkyl)siloxy substituiert Ist. 
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30. Verbindung nach Anspruch 29, worin Phenyl Oder Phenyl ist, das mit D\(C^.^-a\k^\)an\\m, C^.^Q-Alkoxy cxJer 
Ci .iQ-Alkyt substituiert Ist. 

31. Verbindung nach einem der Anspruche 18, 19, und 20 bis 26, worin 1=^^ Di(Ci.i2-alkyOam"no. Cvio-Alkoxy, Cg-io" 
5 Aryloxy Oder alkylsubstituiertes Aryloxy, Tri(Ci^-alkyl)siloxy. C^.^Q-Alkyl, oder C^io'Aryl oder alkylsubstitulertes 

Aryl ist. 

32. Verbindung nach Anspruch 31, worin Di(Ci^-alkyl)amino. C^io-Alkoxy oder C^iQ-Alkyl Ist. 
10 33. Verbindung nach Anspruch 31 . worin C^.^Q-Alkyl, Ce.io-Aryl oder Cy.^o-Alkylaryl ist. 

34. Verbindung nach einem der Anspruche 19 bis 26 und 31 bis 33, worin b gletch 1 ist. 

35. Verbindung nach einem der Anspruche 1 bis 14 und 17 bis 34, die ein gewichtsmittleres Molekulargewlcht von 
IS 10.000 Oder grofBer und Polydispersitaten von 3,0 oder weniger aufweist. 

36. Substituierte Flurenverbindung nach einem der Anspruche 1 bis 35. worin a gleich 0 ist. 

37. Polymer, das aut einer Verbindung wie in einem der AnsprOche 1 bis 34 definiert basiert. 

20 

38. Polymer nach Anspruch 37, erhaltlich durch Umwandlung dieser Verbindung zu dem entsprechenden Dihydro- 
xyorganylboran durch Umsetzen eines 2,7-Dilithium- oder 2.7-Di-Grignard-Derivats davon mit einem Trialkylborat 
und Umsetzen des resultierenden Dihydroxyorganylborans mit einem 2,7-Dihalogenfluren in Gegenwart einer ka- 
talytischen Mange von Tetrakistriphenylphosphinpalladium und einer waOrigen Base bel 70"C oder mehr fur 10 

25 bis 100 Stunden In einem inerten Losungsmittel. 

39. Verfahren zur Herstellung eines 9-substituierten Flurenoligomers oder -polymers, umfassend Inberuhrungbringen 
eines oder mehrerer 2,7-Dihalogen-9-substituierter Flurene mit einer halogenaromatischen Verbindung in Gegen- 
wart eines Katalysators zur dehatogenierenden Kupplung von Arylhalogenkien. 

30 

40. Verfahren zur Herstellung eines 9-substituierten Flurenoligomers oder -polymers, umfassend Inberuhrungbringen 
eines oder mehrerer 2,7-Dihalogen-9-substituierter Flurene und fakultativ einer oder mehrerer halogenaromati- 
scher Verbindungen in Gegenwart einer katalytischen Menge eines divalenten Nickelsalzes, einer mindestens 
stochiometrischen Menge von ZInkpulver, eines Trihydrocarbylphosphins in einem polaren Losungsmittel und fa- 

35 kultativ einem Colosungsmittel. das einen aromatischen Kohlenwasserstoff oder Ether enthalt, unter Reakttons- 

bedingungen, die ausrelchen, um das entsprechende 9-substituierte Fturenoligomer oder -polymer auszubilden. 

41. Verfahren nach Anspruch 39 oder 40. worin das 2,7-Dihalogen-9-substitulerte Fluren der folgenden Formel ent- 
sprtoht, 

40 



45 




so 

worin: 

Ri, R2, r3, a, m und n wie in Anspruch 1 definiert sind und 
X eine Halogengruppe Ist. 

55 

42. Verfahren nach Anspruch 40, worin das 2,7-Dlhalogen-9-substituierte Fluren wie in einem der Anspruche 12 bis 
1 4, 1 9 bis 32 und 34 definiert ist. 
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43. Verfahren nach einem der AnsprOche 39 bis 42, worin die halogenaromatische Verbindung die Formel X-Ar auf- 
waist, worin X ein Halogen ist und Ar unabhangig voneinander bei jedem Auftreten ein Aryl Oder ein Aryl, das mit 
einer Gruppe, die der Vernetzung oder Kettenverlangerung fahig ist. substituiert ist. Oder eine Trialkylsiloxyeinheit 
Ist. 

5 

44. Verfahren nach Anspruch 43, worin Ar Aryl oder Aryl, das mit einer Hydroxy-, einer Glycidylether-, einer Acrylate- 
ster-. einer Methacrylatester-, einer Ethenyl-, einer Ethinyl-, einer Maleimid-, einer Nadimid- oder Trifluorvinyle- 
thereinheit oder einer Benzocyclobutengruppe substituiert ist. 

70 45. Verfahren nach Anspruch 44, worin Ar eine Arylgruppe ist, die mit einem Acrylat- oder Methacrylatester entspre- 
chend der Formel 



IS 



40 



O 

n 

-OCC(R5)«CHR6 



20 Oder einer Ethenylgruppe entsprechend der Formel 

-C(R^)= C(R^)H 

2S substituiert ist, 

worin: 

R5 unabhangig voneinander bei jedem Auftreten Wasserstoff oder Ci.4-Alkyl ist, 

unabhangig voneinander bei jedem Auftreten Wasserstoff. Ci.2o-Hydrocarbyl oder Ci.ao-Hydrocarbytoxy 

30 ist, 

R7 unabhangig voneinander bei jedem Auftreten Wasserstoff. Ci.2o-Hydrocarbyl oder Ci.gQ-Hydrocarbyloxy 
1st. 

46. Verfahren nach Anspruch 45. worin Ar eine Arylgruppe ist, die mit einem Benzocyclobuten entsprechend der For- 
35 mel, 

y 




45 



substituiert ist, 
worin 



R8 unabhangig voneinander bei jedem Auftreten Ci.gQ-Alkyl, Ci.2o-Alkoxy. Ci.2o"Alkytthio, C6.20"Aryl. C6.20- 
so Aryloxy. Ce.2o-Arylthio, Cy.ao-Aralkoxy, C7.2o-Alkaryloxy. Cy.gQ-Alkarylthio. Cy.gQ-Aralkyl, Cy.ao-Aralkylthio. Cy- 

ano. Carboxylat. Ci.gQ-Hydrocarbylcarbonyloxy. Ci.2o-Hydrocarbylsulfonyl. Ci.ao-Hydrocarbylsulfinyl. Amino 
Oder Ci.2o*Dialkylamino ist, 

R9 unabhangig voneinander bei jedem Auftreten Cyano. Carboxylat, Ci.go-Hydrocarbylcarbonyloxy, Nitro, Ha- 
logen. Ci.2o-Hydrocarbylsulfonyl. Ci.2o-Hydrocarbylsulfinyl. Ci.2o-Alkyl. Amidooder Ci.2o-Hydrocarbyloxy ist, 
55 b unabhangig voneinander bei jedem Auftreten 0 oder eine ganze Zahl von 0 bis 3 ist, 

c unabhangig voneinander bei jedem Auftreten 0 oder eine ganze Zahl von 1 bis 3 ist und 
e unabhangig voneinander bei jedem Auftreten 0 oder 1 ist. 
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47. Verfahren nach einem der Anspruche 39 bis 46, worin das Molverhaltnis von 2,7-Dihalogen-9-substituiertem Fluren 
zu hatogenaromatischerVerbindung von 0,5:1 bis 50:1 relcht. 

48. Verfahren nach Anspruch 47. worin das Verfahren in Gegenwart eines divatenten Nicl^elsalzes. das in einer Menge 
5 von 0,01 to 20 Mo\'%, bezogen auf die Menge von halogenaromatische Verbindung und 2,7-l3ihalogenfluren vor- 

liegt. Zinkpulver, das in einer IS/lenge von 100 Mol-% bis 300 Mol-%, bezogen auf halogenaromatische Verbindung 
und 2,7- Dihalogenfluren vorliegt, Triarylphosphin, das in einer Menge von 10 bis 50 Mol-%, bezogen auf halo- 
genaromatische Verbindung und 2,7- Dihalogenfluren, und einer Verbindung, die fahig ist, die Reaktion zu be- 
schleunigen und in einer Menge von 100 bis 150 Mol-%. bezogen auf das divalente Salz. durchgefQhrt wird. 

70 

49. Ein 9-substituiertes Flurenpolymer, erhaltlich durch einen Prozess wie in Anspruch 39 definiert. 

50. Eine Folie aus einem Oligomer Oder Polymer wie in einem der Anspruche 4 bis 1 3, 17 bis 38 und 49 definiert. 

15 51 . Beschichtung aus einem Oligomer Oder Polymer wie in einem der Anspruche 4 bis 1 3, 1 7 bis 38 und 49 definiert. 

52. Polymere lichtaussendende Diode, die eine Folie Oder eine Beschichtung aufweist, wie in Anspruch 50 oder 51 
definiert. 



Revendications 

1 . Compost de formula : 



30 




(IV) 



35 dans laquelle : 

cheque E est ind6pendamment un halogene, I'hydrog^ne ou un radical aryle ou aryle substitue par un groupe 
rdactif pouvant subir une extension de chalne ou une reticulation ou un groupe trialkylsiloxy ; 
chaque R*" est inddpendamment un radical hydrocarbyle en h C20 ou hydrocarbyle en Ci ^ Cgo contenant 
40 un ou plusleurs h6t6roatomes choisis parmi S, N, O, P et Si ; hydrocarbylcarbonyloxy en G4 h C^g, ou (aryl 

en C9 k Ci6)trialkylsiloxy. ou bien deux R^ ensemble avec I'atome de carbone 9 du cycle fluordne. peuvent 
former une structure cyclique en C5 h C20 ou une structure cyclique en C4 k C20 contenant un ou plusieurs 
h6t6roatomes choisis parmi S, N et O ; 

chaque R^ est ind6pendamment un radical hydrocarbyle en a C20. hydrocarbyloxy en k C20. thio6ther 
4S en Ci k C20, hydrocarbyloxycarbonyle en Ci k Cgo. hydrocarbylcarbonyloxy en k C20. cyano, thiocyano. 

thioaryle en Cg k C^g, alkylthio en Ci k Cgo ou hydroxy ; 

chaque R^ est ind6pendamment un radical hydrocarbyle en k C^o ou hydrocarbyle en k C20 substitu6 
par un radcal di(alkyl en k C2o)amino, hydrocarbyloxy en k C20. tri(alkyl en k C^ojsiloxy ou hydro- 
carbyle en Ci k C20 ; 
so chaque a vaut ind6pendamment 0 ou 1 ; et 

m et n valent 0 ou sont des entiers non n6gatif s. et la somme de n et m est au moins 6ga\e k 1 . 
dans lequel les polym6res ont une polydispersit6 inf^rieure k 5. 

2. Compos6 seton la revendication 1 . dans lequel m vaut 1 et n vaut 0. 

ss 

3. Compost seton la revendication 1 . dans lequel m vaut 0 et n vaut 1 : 

4. Compose seton la revendication 1 . dans lequel la somme de n et m est sup6rieure k^. 



41 



EP 0 842 208 B1 

Compost selon la revendication 4, dans lequel la somme de n et m vaut au moins 10. 

Compost sebn la revendication 5, dans lequel m est un nombre 6gal ^ 1 ou plus et n vaut 0 ou est un nombre 
dgal k 1 ou plus. 

Compost selon I'une queiconque des revendications 3^6. dans lequel m est un nombre de 1 d 100 et n vaut 0 
ou est un nombre de 1 ^ 100. 

Compos6 selon I'une queiconque des revendications 1^7, dans lequel cheque E est ind6pendamment un radical 
aryle ; aryle substitu6 par un groupement hydroxy, glycidyl6ther, acrylate (ester), m6thacrylate (ester), 6th6nyle, 
dthynyle, maleimlde, nadimide, trialkylslloxy, trifluorovinyldther ; ou benzocyclobut^ne. 

Compost selon la revendication 8. dans lequel E est un halog^ne ou un radical cyanato, aryle ou aryle substitud 
par un groups rdactit pouvant subir une extension de chaine ou une reticulation ou un groupement trialkylslloxy. 

Compos6 selon la revendication 9, dans lequel E est un radical aryle ou aryle substltu6 par un groupe r6actif 
pouvant subir une extension de chatne ou une reticulation ou un radical trialkylsiloxy. 

Compose selon la revendication 10, dans lequel E est un groupement ph6nolique, ph6nyle d substitution cyanato 

ou benzocyclobutfene. 

Compose selon la revendication 10, dans lequel E est un groupement aryle ayant un groupe r6actif acrylate ou 
methacrylate (ester) correspondant d la formule : 

O 

— occ{rVchr* 

30 ou un groupement eth^nyle correspondant d la formule : 

-C(R^)=C(R^)H 

3S dans lesquelles : 

chaque est ind6pendamment I'hydrogene ou un radical alkyle en C^ ^ C4 ; 

chaque R^ est inddpendamment Thydrogdne ou un radbal hydrocarbyle en k Cgo ou hydrocarbytoxy en 
CiaC2o;et 

40 chaque R^ est ind6pendamment I'hydrogfene ou un radical hydrocarbyle en k C20 ou hydrocarbyloxy en 

C-i & 020- 

13. Compose selon la revendication 11, dans lequel E est un groupement benzocyclobutene correspondant k la 
formula : 

45 



so 




dans laquelle : 

chaque R^ est independamment un radical alkyle en C^ k CgQ, alcoxy en C^ k C^q, alkylthio en C^ k C20. aryle 
en Cg h C20. aryloxy en C^ k Cgo. arylthio en Cg k Cgo. aralcoxy en C7 k C20. alcaryloxy en C7 k C20. alcarylthto 
en C7 k G20, aralkyle en C7 k Cgo. aralkylthio en C7 k Cgo, cyano. carboxylate, hydrocarby!carbonyk>xy en Ci 



5. 
6. 

5 

7. 
8. 

10 

9. 

IS 

10. 

11. 

20 

12. 

2S 
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& C20. hydrocarbylsulfinyle en k C20. hydrocarbylsulfonyle en k C20. amino ou dialky lamino en k C20 ; 
chaque est ind6pendamment un radical cyano, carboxylate, hydrocarbylcarbonyloxy en ^ C20, nitrp, 
halogeno, hydrocarbylsulfonyle en k C20, hydrocarbylsulfinyle en k Cgo. alkyle en k C^q, amido ou 
hydrocarbyloxy en k C20 ; 
5 chaque c est inddpendamment 0 ou un entier de 1 ^ 3 ; et 

chaque e est Inddpendamnrient 0 ou 1 . 

14. Compos6 selon la revendication 1, qui est un fluorene substitu6 conforme k la tormuie I : 



IS 




dans laquelle : 

20 

R^ sont tels que d^finis dans la revendication 1 et 
X est un groupement halogdne. 

15.. Compos6 selon la revendication 3, qui est un fluorfene substltu6 conforme k la formula II : 

2S 



30 




(II) 



3S dans laquelle : 

R2, R3 et a sont tels que d6finis dans la revendication 1 ; et, 
chaque X est inddpendamment un groupement halog^ne. 

40 16. Compos6 selon la revendication 15, qui est un fluorine substitu6 conforme k la formule III : 



4S 



so 




(III) 



ss dans laquelle : 

ffi et a sont tets que dSfinis dans, la revendicatbn 1 ; 

chaque est ind6pendamment un radical di(alkyl en k C2o)amino. hydrocarbyloxy en k C^q, trl(alkyl 
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en £i Cio)®i!oxy ou hydrocarbyle en ^ Cgo ; et 
b est 0 ou un nombre de 1 d 3. 

17. Compost selon I'une quelconque des revendications 4 & 13. qui est un oligom6re ou poIym6re conforme k la 
5 tormule IX : 



10 



IS 




(IX) 



20 



2$ 



30 



3S 



40 



45 



SO 



dans laquelle : 

Ri, R2 et a sont tels que d6finis dans la revendication 1 ; 

E est tel que defini dans I'une quelconque des revendications 6 a 11 ; et 

mestsupdrieurii 1. 

18. Compos6 selon I'une quelconque des revendications 4 ^ 13, qui est un oligom&re ou polym6re conforme ^ la 
formule X : 




(X) 



dans laquelle : 

R^. R3 et a sont tels que ddfinis dans la revendication 1 ; 

E est tel que difini dans I'une quelconque des revendications 8 & 1 3 ; et 

n est sup^rieur d 1 . 

19. Compos6 selon la revendication 18, qui est un oligomers ou polymere conforme k la formule XI : 



(XI) 




ss 



dans laquelle : 

R2 et a sont tels que d6finis dans la revendication 1 ; 

R^ est tel que defini dans la revendication 16 ; 

E est tel que defini dans I'une quelconque des revendications 8^13; 
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b est ind6penclamment 0 ou un nombre de 1 & 3 ; et 
n est supdrieur ^ 1. 

20. Compos6 selon l*une quelconque dee revendications 4 & 13. qui est un oligomdre ou polym6re conforme k la 
5 formule V : 



10 



IS 




20 dans laquelle : 

R^ et a sont tels que d^finis dans la revendicatlon 1 ; 
E est tel que d6finl dans rune quelconque des revendications 8^13; 
est tel que d6fini dans la revendicatbn 16 ; 
25 m et n valent chacun au moins 1 ; et 

cliaque b est ind^pendamment 0 ou un nombre de 1 ^ 3. 

21. Compos6 selon I'une quelconque des revendications 1 ^ 14, 17 et 20. dans lequel Ri est un radical alkyle en 

^ C^2' 21^'® ou aryle k substitution all<yle en k C^q, liydrocarbyle en C4 k 0,5, carboxylate ou (aryl en Cg k Cie) 

30 trial kylsiloxy. 

22. Compose selon Tune quelconque des revendications 1 a 1 4, 1 7 et 20, dans lequel les deux R"" torment une structure 
cyclique k chaTne droite ou ramifi6e en C5 k C20 ou une structure cyclique k chaTne droite ou ramitide en C4 k C20 
contenant un ou plusieurs h^tSroatomes choisis parmi S, N et O. 

35 

23. Compost selon la revendication 22, dans lequel les deux R^ torment un cycle aliphatlque en C^kC^Q ou un cycle 
aliphatique en C4 k C^q contenant un ou plusieurs heteroatomes choisis parmi S et O. 

24. Compos6 selon la revendication 23, dans lequel les deux R"" torment un radical cycloalkyle en Cg k C^o ou cy- 
40 cloalkyte en C4 ^ C^q contenant de I'oxygfene. 

25. Compose selon Tune quelconque des revendications pr6cedentes, dans lequel R2 est un radical alkyle en k 
C12. aryle ou aryle k substitution alkyle en Cg k C^q, alcoxy en k C12, alcoxycarbonyle en k C^g, aryloxy- 
carbonyle ou aryloxycarbonyle k substitution alkyle en Cg k Ciq. alkytearbonyloxy en k 0,2, arylcarbonyloxy 

4S ou arylcarbonyloxy k substitutton alkyle en Cg k Ciq. aryloxy ou aryloxy k substitutfon alkyle en Cg k C^o. cyano^ 
thiocyano, thioaryle en k C12. alkylthio en k €20, ou hydroxy. 

26. Compost de fluorene substitu6 selon la revendicatkx) 25, dans lequel est un radical alcoxy en k C4, phdnoxy, 
alkyle en k C4, phdnyle ou cyano. 

so 

27. Compos6 selon I'une quelconque. des revendications 16 13. 15, 18. 25 et 26, dans lequel R^ est un radical hy- 
drocarbyle choisi parmi les radicaux aliphatiques k chaine droite ou ramifide en Ci k CgQ, les radicaux aliphaliques 
k ChaTne droite ou ramifi6e en C3 k O20 contenant un ou plusieurs cycles cycloaliphatiques, les radicaux aryle en 
Cfi k C20. et les radicaux aryle en C7 & Cgo ^ substitution alkyle dans lesquels le groupement hydrocarbyle est 

^ dventuellement substitu^ par un ou plusieurs substituants choisis parmi les radk:aux di(alkyl en k C2o)arTiino. 

hydrocarbytoxy en k Cgo, hydrocarbyle en k Cgo et tri(alkyl en Ci k Cio)siloxy. 

28. Compos§ selon la revendication 27, dans lequel R^ est un radical aliphatique k chaine droite ou ramifi6e en k 



45 



EP 0 842 208 B1 



C20. un radical aliphatique h chaine droits ou ramifi6e on C3 h C20 contenant un ou plusieurs cycles cycloalipha- 
tiques ou un groupement ph6nyle et ce groupement peut 6ventuellement 6tre substitu6 par un groupement di(a!kyl 
en Ci ^ C2o)amino, hydrocarbyle en ^ Cgo. trl(alkyl en k C^q)s\\ox^ ou hydrocarbyloxy en C, k Cao- 

5 29. Composd selon la revendication 28, dans lequel est un radical aliphatique en C3 k O^q, un radical aliphatique 
en C3 & C^o contenant un ou plusieurs groupements cycloaliphatiques, un radical ph6nyle ou ph6nyle substitu6 
par un radical di(a!kyl en k Cio)amino. un radical alcoxy en Ci k C^q, aiyloxy ou aryloxy k substitution alkyle 
en Cg k C10. alkyle en Ci § C^o ou aryle ou aryle k substitution alkyle en C© k C^q ou tri(alkyl en k C4)siloxy. 

10 30. Compost selon la revendication 29, dans lequel est un radical phenyls ou ph^nyle substitu^ par un radical di 
(alkyi en k Ce)amlno, alcoxy en k C^q ^'^'^ ^^ ^ ^io- 

31. Compost seton Tune quelconque des revendicatbns 18. 19. et 20 k 26, dans lequel est un radical dl(alkyl en 
Ci a Ci2)amino, alcoxy en Ci k C^q, aryloxy ou aryloxy k substitution alkyle en Ce k C^q. tri(alkyl en k C4)sltoxy, 

IS alkyle en k O^q, ou aryle ou aryle k substitution alkyle en Cg kC^Q. 

32. Compose selon la revendication 31 , dans lequel R^ est un radical di(alkyl en k C6)amino, alcoxy en k C^q 
ou alkyle en Ci ^ C^o- 

^0 33. Compose selon la revendication 31 , dans lequel R'* est un radical alkyle en k C^q, aryle en Cg ^ C^q ou alkylaryle 
en C7 k CiQ. 

34. Compost selon I'une quelconque des revendk:ations 1 9 d 26, et 31 k 33. dans lequel b vaut 1 . 

25 35. Compose selon Tune quelconque des revendications 1 ^ 14, et 17 a 34, qui a un poids moleculaire moyen en 
poids de 10 000 ou plus et une polydispersit6 de 3.0 ou moins. 

36. Compost de fluorine substitu^ selon I'une quelconque des revendications 1 k 35. dans lequel a vaut 0. 

30 37. Polymfere k base d*un compos6 tel que ddfinl dans I'une quelconque des revendications 1 k 34. 

38. Polym^re selon la revendication 37, pouvant etre obtenu par conversion dudit compose en I'acide diboronique 
correspondant par reaction d'un d6riv6 2,7-dilithlo ou 2,7-di(Grignard) de celui-ci avec un borate de trialkyte et par 
reaction de I'acide diboronique resultant avec un 2,7-dihalogenofluorene en presence d'une quantity catalytique 

55 de t6trakis-triph6nylphosphine-palladium et d'une base aqueuse k 70*0 ou plus pendant 10 k 100 heures dans 
un solvant Inerte. 

39. Proc6d6 pour preparer un oligomere ou polym^re de fluordne 9-substitu6, qui comprend la mise en contact d'un 
ou plusieurs 2,7-dihalog6nofluor6nes 9-substitu6s avec un compose haIog6noaronf^tique en pr6sence d'un ca- 

^0 talyseur pour le couplage par dSshalogdnation d'halogSnures d'aryle. 

40. Proc6d6 pour preparer un oligomere ou polym6re de fluorine 9-substitu6, qui comprend la mise en contact d'un 
ou plusieurs 2,7-dihalog6nofluor6nes 9-substitu6s et 6ventuellement d'un ou plusieurs compos6s halog6noaro- 
matiques, en presence d'une quantite catalytique d'un sel de nickel divalent, d'au moins une quantity stoechbm^- 

45 trique de poudre de zinc, d'une trihydrocarbylphosphine dans un solvant polaire et d'un co-solvant facultatif com- 
prenant un hydrocarbure aromatique ou de I'^ther, dans des conditions r6actionnelles sutfisantes pour former 
I'oligomdre ou polym6re de fluorfene 9-substitu6 correspondant. 

41. Proc6d6 selon la revendication 39 ou la revendication 40. dans lequel le 2,7*dihalogenofluor5ne 9-substitu6 cor- 
50 respond k la formule suivante : 



55 
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dans laquelle : 

Ri, R2, r3, a, m et n sont tels que cl6fin!s dans la revendication 1 ; et 
X est un groupement halog^ne. 

42. Proc^d^ selon la revendication 40, dans lequel le 2.7-dihalogenofluorene 9-substitue est tei que d6tini dans I'une 
quelconque des revendications 12 ^ 14, 19 d 32 et 34. 

43. Proc^d^ selon I'une quelconque des revendications 39 h 42. dans lequel le composd halogdnoaromatique est de 
tormule X-Ar ou X est un halogfene et chaque Ar est ind6pendamment un groupement aryle ou aryle substitu6 par 
un groupement pouvant subir une reticulation ou une extension de chaine ou un groupement triatkylsiloxy. 

44. Procedd selon la revendication 43, dans lequel Ar est un radical aryle ou aryle substitud par un groupement hydroxy, 
glycldytdther. ester aery late, ester mdthacrylate, ^thdnyle, dthynyle, mal^imide, nadimide ou trlfluorovinyt^ther ou 
un radical benzocyclobut^ne. 

45. Precede selon la revendication 44, dans lequel Ar est un groupe aryle substltud par un acrylate ou m^thacrylate 
(ester) correspondant k la tormule : 



P 

— occ(rVchr' 

ou un groupement 6th6nyle correspondant k la formule : 

-C(R^)=C(R^)H 

dans lesquelles : 

chaque R^ est independamment I'hydrogene ou un radical alkyle en ^ C4 ; 

chaque R^ est ind6pendamment I'hydrogene ou un radical hydrocarbyle en k C20 ou hydrocarbyloxy en 
Ci k C20 ; 

chaque R^ est independamment I'hydrogene ou un radical hydrocarbyle en k C^o ou hydrocarbyloxy en 
k C20. 

46. Procede selon la revendication 45. dans lequel Ar est un groupe aryle substitue par un benzocyclobutene corres- 
pondant k la formule : 




dans laquelle : 
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chaque est ind6pendamment un radical alkyle en k C^q. alcoxy en Ci S C20. alkytthio en k C^, aryle 
en Cg a C20. aryioxy en C5 S C20. arylthio en Cq k Cgo. aralcoxy en C7 ^ C20. alcaryloxy en C7 ^ Cgo, alcarylthk) 
en C7 k C20, aralkyle en C7 ^ Cgo, aralkylthio en C7 & Cgo, cyano, carboxylate, hydrocarbylcart)onyloxy en q 
& C20, hydrocarbylsulfonyle en k C20, hydrocarbylsulfinyle, amino ou dialkylamino en k C20 : 
chaque est ind6pendamment un radical cyano, carboxylate, hydrocarbylcarbonyloxy en k C201 nitro, 
halog6no, hydrocarbylsultonyle en d CgQ. hydrocarbylsulfinyle en k C20. a'ky'e k Cjo, amido ou 
hydrocarbyloxy en & C20 : 

chaque b est inddpendamment 0 ou un entier de 1 ^ 3 ; 
chaque c est ind6pendamment 0 ou un entier de 1 ^ 3 ; et 
chaque e est ind^pendamment 0 ou 1 . 

47. Proc6d6 selon I'une quelconque des revendications 39 k 46, dans lequel le rapport molaire du 2,7-dihalog6no- 
fluorene 9-substitue au compost halogSnoaromatique est de 0,5/1 a 50/1. 

48. Proc6d6 selon la revendication 47, dans lequel le proc6d6 est mis en oeuvre en presence d'un sel de nickel divalent 
pr6sent en une quantity de 0,01 k 20 % en moles par rapport k la quantity de compos6 halog6noaromatique et 
de 2,7-dihalogenofluor6ne, de poudre de zinc pr6sente en une quantity de 100 ^ 300 % en moles par rapport au 
compos6 halog6noaromatique et au 2,7-dlhalog6nofluor6ne, de triarylphosphine presente en une quantitd de 10 
k 50 % en moles par rapport au compost halogdnoaromatique et au 2,7-dihalog§nofluor6ne, et d'un compos6 
pouvant acc616rer la reaction present en une quantite de 10 ^ 1 50 % en moles par rapport au sel divalent. 

49. Potymere de ftuorene 9-substitu6 pouvant etre obtenu par un procedd tel que ddfini dans la revendication 39. 

50. Film d'un oligomfere ou polym6re tel que d6fini dans I'une quelconque des revendications 4 ^ 1 3, 17 § 38 et 49, 

51. Revetement d'un oligomSre ou polymfere tel que d6finl dans I'une quelconque des revendications 4 & 13, 17 & 38 
et 49. 

52. Diode polymfere k luminescence comprenant un film ou rev§tement tel que d6flni dans la revendication 50 ou la 
revendication 51 . 



48 



